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(54) [«i»c!>««c] mm}mmmmtmft<otmm 

(57) [^1 

UxXxyl',-KU'>W-^'i'jKU:t-;Wi: (b) ,-KUX;^x 

.1^UJr— -(Pi: (c) VTtiuyi^^ ViyT:^-—V<7)hO 
- b CO M) ^ D y f«n«sc7)il^ Sr K-^ t 



i1100 
;^ 
1100 




f>^S;' v (a) 7tfV:i^:^v-fl'rtfV^-fVt^ 
y y v-r:*.- b Jr^s-* s c: t tcj; o t:^^>ixS;K 

i i: i o T»^>*t & 'J 

(c) V4^ny>=--fyi^T^— 

[ifa<«2l (a) . *3<fctf. (b) icieii 

U3-/^5:x;^.x/^-^^:LT^§'^>i^!ttcO. tL<{i. -f 
y7^;t«. x^lx-^-^Ua-zu, :^i^'<>'f-;l^^^'j3 

— 2, 5-^^-9->'i^*3!-— ;PS:XX7^;WktTt#^ 

-ri.is*Jii<7)mBE»sgiKfflat«. 

7-f;WAa*r{4, HtDxf-P>-7^^7^'L'-h-C$)0. 

Cit«« 6 ] mm:y a }Vh.mn\z, ( a ) 

,-KUxXT-/W;i<'U U ^ y i^T^t— b 
iirS i: tc J: r>T»^>*T.S U xX7^;Ud^ U U >';K 
Uj*--;!'*: (b) ^yxx-f;l'JffU5r-/Hc*i7K3?SjK 

df:^ri^;U»^*'i^UxXx;l^*''j5i--;Ui: ( c ) y:^-. 

[ if 8 ] y -f /i- A««o-Bc . ^WM^ 
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x-f;u,-KU >i--;ut /-K u -i y i^r h SrRjC$-fr-& ^ 
t fc: J: oT#^>iiS jK 'J xj^f-/l"ff 'J W tJ' >';K 'J Jt- 
/Ui: (b) jKUx;^-f/l'jKU5|--;H~*E^^#]0|^fg^ 
;u^>-S!ifr^$ <! i: t=; J: -t> T^^ixS ;*;U;K^ 
;^a^*^yxx-r^udfj3r-;Pt ( c ) >f yd^nvi^ 

*»^>^rS;<'/i^ASr. ( a ) ;i<'l»xXT-;l';K 
.-KU y i^T:^- h ^RJt5S-frS CI i: {C J: -? T#<bnS 

y x^x-'l'dt 'J Ix- ^ y ;K 'J ;t-/P t { b ) l» XX 

I, j: t: tii -?T^^i^l>;^/^JK^ 'Jxxt^ 
;^;^^•J:t-;^i: (c) >f y;^^>';;=>^yi^T:T^— h<?)b 

gswc*>v%-c. Btria^ffl^kii, g?«»liOi!'^^< tt lo 

K*»^^-&->< /i^iSr, (a) d^l;xx-f;^.■^^U:t-;^ 
^: ;if J y v-r h C: k J: -oXn^ti 
|>;KyxXx;l'*fU'>^^'>'*fU5}--;Pi: ( b ) dfJX 

•^S i fc i ^ T# tlS v-^W^^^jK y XX 

x/P^KU^r— /i/t ( c ) y^a^^i-M y i^r^— h<7D 

! [00013 

: ssit^r^iciia-ri. . step l < x -f p-f 
) X'^< , X y ^y^j^ic J: i.^ >y j^iiaitcisttaig^S] 
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^tc J; •/ Ajio:tc*rr -SiSittSri^oc: i; Sr^t 
[0002] 

;KaTPDPi:tS5) (cfct^TJi, T^X 
vJi!:mSrfiIfflU-Cv^«.OT\ ^jSga«^*»'3 0MHz~ 
1 3 0MHz«?)5FS=5:ma5R$-i'l^tw»i!!|-rS3t«>. ffl! 

[00031 ®K«3ij8E«f±. «*«BtifWiJt«WflS 

ic, M;e.{f-f Vi^p.'^K-mmmm (OT I TOffii: 

[0004] myiw^^z I Toffi^j^fRtJtmasfcjS 

9 0 %B5tlii: =5: •) . J.o«:K^Mtc%-=2:fflSgfi£*>' 

L*»L. SBB2fliLhlCITOfl{|?:J^BSL/c«B|jS 
iilBfKtCiJV^Td. I TOffii*m^S«?)tC. 

Mt;. somsLhKiiToiii^mLfcmiajftjSK 



[00051 ^SHH^r*'7X^r7X^«y 

^i:^-l>*^\ ^r^^r;><>y>-j- ( 1 0 0 -2 0 0;^ -/i/^ 
JL ) (7)^:y^ ^U— y<r>m&mti^. 5 o %l^J.TX'h 0 . 

[0 0 06 1 mm^k^yX'^yy^^'y^^'iRS 
[ 0 0 0 7 1 ^c^J: 3 tc. ^Wmjmm^z\±^ix^'tt 

m^ti^h'o. mmzmt.xmRi-xm\^htix\-^h, + 
t&!i*. sij^<7)xgtcj;-?t. mm^ixx\^h:Ltii^i^. 

[0 0 081 <IiT\ 5^J^:Xf7X^T5Xf-y^'«« 
g?«$-04(:i:^L. mm(cSiBflLTfc<. 04 (a) « 

w&mm.mm'ii^wmx'. S4 (b) i±04 (a) 

OAl -A2Ct5JtSKffiS. E4 (c) J4^ y£/j«.gB 
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$<XTV>S. ^•y>'jL|54 1 OU. •e«O}^?r04 

(y1XfzmL<D^^ yA 7 OSPi: ^-f yA 5 08fi:*»(i>=Sf 
>< y>'A?^i:LT{4, El4tC*^<><^lC|5a^ 

1 0 0 0 9 1 05 ( a ) id. 04fri^-r«?l«6i^fflg5 

m^m\^tzwmGmwL3oo^pT3Y><7mm'izm.\^x 

ffiffl-r-&Jgffl^OiMS:S^L^t<OT. 05 (b) «i. a 
5(a) <r)W3m.Tm. { i^-tV H ) «^ ( B Ol35Kffl 

ow^ajfeiii (i^-^'i'H) Ml* ( BogiJtcffl^) <4. 

05 (b) t^^-TiatC. SHH^;<f^xa:M5 1 OiOS 
^^mz\t. WR^j:i}^:^^i)-hmz, N I R« (iS 
I^HRiaiDUg ) 5 3 0.04 ViTFcT^W^mmtA 
00, ISIOAR® (SJtRSitJi) 7 -f ;UA 5 4 0 Srfii 
i.. ^ail^:<r7:^S«5 1 0iOPDP5 7 0fflSt3. ^2 
<OAR» (Rftffi&jtJi) 7-f;l'A5 2 0^iJiaL3tt<?) 

4 0 0 (imffi^^fflSW, 4 1 Oti^ y >-ig|5. 4 3 
0(4SB8«^, 5 1 0«^5X»«, 5 2 0(ilS2OA 
Rl^^yl-A, S2Uty <>VJ>.. 5 2 3{±^N-Kri- 
h-B. 5 2 5{4ARg (RltRSih^) , 527J4|I&T^ 
m. 5 SOtiN I RJl (ifil^M-iS®iRB) , 5 4 0J4II 
KOARJl^^yPA, 5 4U±7-f/VA, 5 4 3{4/n- 
5 4 5J4ARJ1 (R*t|56±®) , 5 4 714 
m^m. 55 1, 5 5 3, 5 5 5{4^?i«lJl, 5 7 0{4 
PDP (7°7X-7x-f:^r^'f ) , 5 7 1 ttlXWtJK 
j:^-, 5 7 3«^->'\ 5 7 2«^^, 5 7 4{4SXWt^ 
A, 5 7 5{4eiitHuS8, 5 7 6<4M«smS5, 5 7 7{i:e 

f*tT-S)i.. i^, N I RJi mfF^mmsLm) , mii^ 

WmmffMmi. #fc05 (b) fcRS^$<x6t<0T 

^JSrffiV^&Cli:*^', 1 1-3 0 7 988T-S^ 



[00 10] 
[0011] 

01 o{4, :^^m<ommmmm^ttA o o ocom 
m^(r>--m^^ Ltzmwmx'h t . ( mm 1)011 
ti, 0 1 ocTimmwmmmmA 000 ^mm 1000 

60^>yi^AtcTff=6rWC, ^U-5 7tJ^<0«fiffffifflfll^<^ 
-^J^^t/iBr®0-eS>l., (*JfiC1l ) 01 2{4, 0 

1 1 (owmjmmmiA 000 ^mm-hmm 130 

OjW^StUt^fSl 0 0 OcOX yf-^'^^jlSllrcO^^ 

®&S^L/i«^W=5rBrffi0T-S>S. 07(4, ^js^HJ^Tj^ 

08{4, *^BHco®aiamiewa5«<^«flijS£^sii<7)-^j 

Sr^Ft3tBiffi0t:-*S, 09(4, ^^n<0%W^^m 

ffl0-c^>^ . ^w^wiimm.mmtt^<r>^-)im 
s^itsttc-jv^r, ( 1 ) ~ ( 1 3 ) (ciess-rs. 

( 1 ) SHfl'SrT A yUAS^fco— Htc, #MSJ1*^'^^ 
^^ yv-iS:, (a) ^-'JxXT^/U^KD^f-^UisdfJ^ 
y v-r:*.- h5rKlB$l3:S:: i:tc:J:oT»<?.ixajKUx 
xr;u*!'y'>ix^'y,-if«;^-;i^t (b) .tfyxxx^i^;^ 

i -D -C # ^> ixS ^-/WS^W'-K U XX7";U;K U 

(c) ^^/^.nyi?-(V>'r^-V(r)h')pt^^ 

(01 o;^s0i 1 ) 

^JB^ y fcaej^rT ^ /UA<OS«»li: . ( a ) 

*S CI i: (ci o •C^#^>ix-I.;K U XX7^;P;}^ y 1^ >';K 
U 3J-— /ui: ( b ) ;K D x;^7';P--K 'J ^— /WCiETK^SSl 
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^yJ^>'Jl^m^mAiV3i:Xy'JV^V:^—J\^t (c) -iV^^ 

V 7 i^xf-b- y U 3-;i'S:x;z.-f ;Hk tT 
:*-;P2rxXT-;HI:tT#^)iXJttco, t>L<J4. 

( 2 ) ( 1 ) fcijtt & . ^"J^: y ^ >vj^mm\t . ^ u 

jum~20/imlt-rS3klCJ:'5, 7r 'f 

htlh, jEtc. ;f$*-'2 0//inliLh-C'^>i>i:. ^r-fv 

HP*36<{S<'5:'9, ^g®**^<STU. «ftt!B)5<^:^. 
oiO. 4ki^<OJSE;*S:5Atin~2 0j«mtl-rSC:i:t 

( 3 ) ( 1 ) xii ( 2 ) t^fejts . ^"^Mmmtrh 
0 . ^mscoi!'-^ < a t >tffitc(4 , X? y -7-' -f V i? 

t «k i.^st35p'ft*-r ^ i: i ^ffl-fb^affl^i^n-c 

4. ) (HI IJbliSl 2) ^]l?S{±, ^t-ta^i: 

y-f •y;?m*tcJ:'S.fli««:ft«-rSBWt*^(c-? 
V^T, PL<IE«-rS. 

: ^?iSregK • ^miti^^^j:hwmm^x\ mk 

^mmMW^lz-th^tl^zX 0, «y— f •y:7««{c 

(4) {3)<7)9m<ni!iV-T'^ •y99M\.ziii>m^ 

■tmm\^x\^hmhmwj:y ^ ti-j^mtimm^tLxy.^ 



( 5 ) mm^y -< f\^J^mnc. ^ms^ ( a ) d^ux 

X-f/i^z-KU ;t-/l-t 'J y v-r h SrS^S-fr-S i 
k t: J: o -C ^ ^>fiS >J XX7^;1'.-K i; ^' »J ^r- 

(b) ;tfUxXx-'l'JK'J;t— MclSTK^SiS^W;?' 

/i^-i-^r^Uxxx;ud?y>j-— ( c ) >f y^uyi^' 
>f y s^r^t— bcOb U ;'{f-o-;^roy^•>^#^af^£i: . ^ 

-hamo^)R?i^x-/f-y^ji!iabT. ;»«"/S^j<.<&}g 
jt:frS. z</)Xoi,z. m^^y ^fi'J^s^i^. 

^5;^-hL, ^5:^-ha5«O^JIilS?rX.y^i^^L 

iiigtfflgfW *^^i> t<7)-eS>^ , 
( 6 ) (5) cr>:si-y ^y-/9m^t. WC^ZMi^^i-y 

[00121 ( 7 ) wmy ^ )VM.mi<r>—m>,z. ± 
m^<7y^^-kmL-thmmW'k^^ixx\.-^h. (a) 

U xx-f 'J jT-yl't ?K l» y i^T*— h ^ 
c: k J: ^ -C ix-g. ^ U xxx;p^ y w ^' y;K 
Vyt-—Jl^t (b) ^K'JXXT^/Pdfjjf— 
^m;l'5K>'®S^Si5$-ti:.S C: k izi oTtf ^tlS^/W 
^^i/-/l^^*'-KUxx-r;W;t?i;:t-;l^i: ( c ) ^ y:^ 

^•<ymm<om-^i: StE-^ Lj'tis^S'j^rtn- lt . mm 

— ^tc:7 8 0 nm~l 0 0 0 nmc7)^iSSrtiL, .Itoafe 
Ik^-^. y^ni^T-y-Mt-^^. -i-y^u'^T-y 

mfm<rf^mF9m».mmimmx'%h. «i«j!^i8 

ilTOi. fll[&^^*^^!Fil L < . ^fe/S^^S^^ 0.005 
- 1 At mOSEHT'fc 6 ^ k L < . IttC^i^^ @ 
ifiO. 0 1~0. 5Ann<7)Kfflt-ftSik*«»iLV^. 

^<'th%. fa-^^gi&«lAimJ.:)lTO^i-^**»*LV\ * 

kmmer>i&mix'hi> . 
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y i^r b S-RIS^-^S i: J: -5T»<f>ftS3K'J X 

x7'/^^l^'>^^'>'^'J'^■-^^i: (b) .-KuxxT^yi-^jf 

izX -o X'^hix^ ^)V^^^ iy)V^^7^ 'J xx-f;l^.-K i; 

(c) v^oyv'MVv'T*— htfDbU^f- 
&;><>7->jL5r. (a) >-Kl;xXT;^.1f 'J^-zl'is^it'J'f 
y i^T^^-- b S-RtB^-tf-a ^ i: i -3T#^>*l.l);K'J X 

yi.y-)VTii^}'^V9yTii^)^-)Vt (b) ?itUXX7^;P;K 

lei -? ■X:*§^n'5. UXXt/WjI^ 'J 

(c) ^ VTt^u>~J^ ^/i^r^—hff:>Y^J :>^i- 
< i: t lot:. nrm5tRt^/X{iifi*^'hco#^cojfeftS: 

(ia7B^9) 

(10) iietofniifejiiSfflasttfc . ^wmmm'm 

(nr«3l£®lRJi) ( 3 80^-7 80 nm) iO® 

■5r«3e®lR«iOS3S*«^«fflfc Lr»i, 5 0%~-9 

8%*<»ituv>. ±wymM>L\,xM. mvii. n 

Au. Pt, Pd. Ni. Cr. Al, Ag. In 
203-SnO2, Cu I , CuS, C u #<?5^J||<7) 1 S 

^Kh. CVD, Xv^y^'Uy^^-C 

wim^x. ^wtwm\L\^x\,%s^. w^(nmmk. 

y=f • f-;t-f ^ y ^ > K U y TV^ f-y 



(11) ±i2fiO«1S'aiMfflS15«fc. ^l?S±iiai^X 
7BMia9) 

(12) \^<rmsm^mS^W^h. ii^:kyj.±r9 u 
(077^(^09) 

(13) ±ie«o®a8!gi!liBtfflSl5««-. -r ■<xru>f 

StcSeaHtT^r^T^-fXri'^ 3 0. (09) 

[00131 -e-c^fl!!- jje<^m«aMfl^«ogMrc. 

W'W^y -f /PA^if*^— Hfc: , ( a ) rf? 'J XX-f /U^K u 

t#<5ix.&:Kyxxx-'l^;i<"U»>lx:7>'*f'J^i--;Pt (b) 

^^"^hZ-h^iZ^-yX'^t^iXhiDViesi^i^iVm^-^ifi 

"JXX7^;^;KU5^— ( c ) ^ y;^n:^>''^ y i/T^^- 

■i y i^r ^— b CO M) f-a-;U7'a/N-yf^ jD*<?)ii-& 
Sn«$*T.TV^|,. :^?f)K*»^>^r'S^ yi^iSr««t5t 

^-h^!ira$*tfc^B<OSURK*«0. 6ijUiT*)6.1t 

5aii$^TJt^Bi7)iiigS3&i. 0. e]skiLX'hh:iti)m 

iC^ttK I lVIOTOiSc7)COLOR CONTROL 
SYSTEMtfOGRETAG SPMlOO-ll&ffl 

tsaiiTtasD 5 0 . MHjrJ'^f r fc vxmjSMmAn s 

[0014] ^wRcn^mmeimw^^t, -0yfc l 
TU^^n<r>nmimimnM<riwm-)jmi.zi. o , 

fm$iTJtvIfc5:!|tai:-ri.i.OT'«)i.. ilL. 

(7iwmmismsm0ymmjmizii\^x<,i. ^mmms- 

x\ TWl^mR(r>wsmmmnM<^^■nmiziiK^x 
\i. 9x3^-Yvm>:zx'ommm^ixx\^hmr^iZ'o 
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;PAa«<0— ® , ( a ) U XXt-^I'^ y t ^ 
U xx-f /Wd^ U "7 1' :^iKU :t— /I'fc ( b ) tKU x;^^^ 
>!: i: J: T # ^ as ^ y XX 

;Ky5r-;i'i: (c) v*u>'>''>f vvT^t'-bohy 

iz. ( b ) mmm^t^<r>^mmi::^-yi-yi!^Lx^ -y 

{ilL,XV^4^]S?Sg»4i-^rx-y^>':/L-C, :^Ja?S]P[*»'o 
^Spt-yv-jL^SrJg^-ri., x yf-v^KHa^^-rs 

^S^«?icOMB=0:v^L>tBtc. i'x^s^-himirZX*) 
mimmi:nLXi5<L(DX'hi>. mSI>zi±, i?a^- 

mscomm^^^Lf^miz. ifx3yt-h9miizi*}mim 
m^mLxnt^^\ym^izii. ±m (-f ) tctjv^T. x 
•y^yyvmk. x^'Jxvf^^-y^mm^v. ^^^^ 

[00 151 ^LT. Ue ('f ) tCiSV^r, x.y^:^:?' 

v^y • ^zJ-^x^—^ {i^^}^-ymsLLtz^mtm.<^p 
(ciov^t:. nrnw-^mmmM. ^mzmthy^tv 



^-h3«Mi^t-. ^a'J^5r'i?Si:-rS7^;l-Aa«l 
lOkUTti. rf^yx>?.7";K yx^P>'^*^f /i> 

V^7-r;t-^a«l lOtLXM. Ji^lyy\i-Jl'T-^y' 

-h. x^u-yr^y^niSBi. x^v-yx^yt-T^y 

coo 161 hh^'^litt^. ±ia <-^) tctJV>T. 

gewjg^aji. ^^^tcagi-ts^iscTj-ffitc, x:? 

sfcon-T^-f y^j^^tciO, ISBt5-3— r-f y^y^LT. 

:L9xv>wjBy=t-'r'ty'!^Vihix\i. ^Ky^p^ 

<y^ntLX\±. x^Wyt'Ji;UT-fex-h$:±i:-r 
SfflJig, ;KyxXv^;l^$:±f:-r-&aiil. ;KyrSH2r± 

[0017] ±ietc*5v%T , ±m,m±. lum— 

1 0 OjuinJ?$co^^«-c\ x-y^yr/^aatiig-fb 
IS:i^*j§JR^x.yf-y^«i:-rS tcOTRi. i: 

PET^^/Wi^ {;Kyx^P>'r^7:J'l. — 

[00181 jitet^ifctts^^^^y^jfliaji. ^ 

^^ff>j^-^-yWi.x'^u±\^x. mmm^m:m'& 
jm(r>v-jy. yt:-^mmizmm. . ^azm 
v'J:^hi^9-y<r)-^-^y'/^^M-fi:i<^X'h 

[0 0 1 9 1 ±iBtcfcv-»T, ^mm^mmizn 
^-Lt^:i}^'ot^m^^ . mzy ^ )\^Mzn.mi^tzi^(^t t 

(>'yrJ->'Si!aL/cailJIKtt<?)PET7-^;^A) S:^ 

^ -y ifflH-C^V^ffiJitC, 7 -f /UJ^CO— BtCN I RJl 

{i6^9mmm) Stj^iSU/^n i amy ^ y < 

^ja^tfr LT N I R«7 ^ ^V-A Sr 5 5 h Lf>:^, 
MtcN I RB7-f;UA±(c, S*SiJ^5::rM.TAR)l7 

[0020] 
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[002 1] ftfisWWi, -fiflJtLT, (a)^^^tC3S 
xx-r/P'-KH'^U^'y^l':^— /I't (b) dfUxX7^;l' 

^}:^—)vt (c) ^y7^Q>-i''-^yi/r^— heoh'j;^ 
wm:\^ Lwrn^zim. y^tsii^h .m\z. ( b ) iirie» 

7 -< /l-ASWUX-^v^HSrS -p J: ^ tc. ^cO;ft¥:&r6jfc 

(c) ^x'Xh-7X^iOraP*^/i>StfiLTV%S:^iR?SgP 
ra-2:X>/^y^^tT. ^J^Il*-^>^rl.^-7i^^tf5:B 
figi-S, x-yf->'^^3!irai:Sri&t-S^:i:('J:0, $ ^>ti 
{±, ±ffix-yf-^^<i!PI<Of^. ^S^ll*^'^=5rS^-/^ 

«Mt;t^|IJRitt<^PET7 ^;WA> S-95^-h-r2. 

c 0 0 2 2 ] LT . nmmmi^mmif. ^mzm 

•thy ^ ;PAS*f<offit;i, ( a ) 'jxxx/i^--Ky 
^Ui: .-K 'J >r y v-r b 5rRJC$-frS i: J: oTffJb 
tlh^^J:cXy-)l'^V^V'iS^yTtiU^-fUiz (b) 

^ i: tc J: o T# ^itS v'/U***'-^ U x 

;^x-'W'i^l>:t-^Wi: (c) y7fvn:^i'M Vv-T^t— h 

hb. ^msty ^ /i'M,mfiki)m*)^h^-:>xm 



v-JxY^m^<riJ^9-yW.x^n%\^x. 3S 

[00 23] (^Jim) ^J^<D^ffifflSt tTti. J 
IS B0 6 0 1(C^-r-l.+^¥l^»$RzT0. 5 

R«:?fLS^, «l21i*^'SfeMb-rS . J I S BO 

6 0 1 \,zmmtth-\-i^^^^ R z *J 1 0 xt mJjLh-Cfc 
& fc «3^J^^ v*:^ V ^S-MX-f S C 3b(«HltT'S) & . 

hi^. w,z'm^m^\t. jps 

V\ ifc. :&«?g**^« (ffi^iJ, N i - F e-^) 

•cj> s i t J; 0 . »i3mat»<7)i^-^i' h'tttc t s^Uw t 

^) AJx-y^^-^SaSc^JSTJiiiftLu^i. iixlcRB^ 

-fl/xm— 1 OOjum. !RftC5/>tm~2 0;um*iiffi L 

[00241 ^]^«OX-y ^>'j/j!!M«, IS-ftHlJS^ 
at?:X y^yj/}Ri:i-|.tco-eS)-SCltt<k 0. X y^ 

*t ( 4 2%N i — F e-^^) i -F e-^^ 

X^h^\.z\i.^ N iii^zii y^y^WUzmA'thtinb, 

[0025] :^%mxii. mm^mmmm^z^f.i-h. 

J: 0 . ^m<7imimm^tu-zmmx<7). mmi:m±X' 
ffl?s(c{j, ^nyf-y-mtc^miz. mm^Hm^ 
^txii<t0:\\ mz. mm^jBmmiz9tfz-h. m 
m^£^^L)^mtz'!^o;>t-h9mizx *)mimmi:mLx 
nKm^izii, mz. ^x3yi-Y-mmizx*)m[:xmi: 
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-(tiiiSSr^Td*^, im^i>^^^. ^^^-hfSMit. M 
[00 2 6] ^'aj<-h«!S{i, tt5!fflttK:^'o;><-h 

fc-l.. :7o;<-h5!M?ftfcfC<i, Cr02 Sr3g/1 

n AtfO— 35$: 3 ni>.lcM7cL/>; ^' o;=< - hitOiS^S J 
02 $: 3 g/ 1 ^tfTkjgJg ( 2 5X:) (C. :#f^<7)>^ffl 

^'>:^fl'^^ymt^imaLX. 6filff^uAcO-gBS: 
ami' uMzMTt Lfiii^tjyc- h9^eii:^m§iz\:i- 
JVn - hrnxm^ L , 1 2 0 -CTlE^L/i, 
[0027] yt^i^:^lVi»f.ymt-^h LT«±. S5 

mfhti^i)^. ^ti^cr)m:miimiitf^immtxi> 
Sjmi>±it-^i>zxy)m^h(7)x\ mnmiism 

[0028] m<^^y -f fuj*m¥(ti^. p et7 >f 

[00 2 9] i/'Uny • (i^'J^-yJOlSL 

mm. mm±mmi:maLtzmmmmmmi (x-f 
Lxii. z<r>mi>zh. miiLfzmi. mscoxo^m^ 

[00 3 0] issj, E3<0 (c) . ( d ) J: 3 tc. 



( g ) oj: 3t-am(i, (?s) <rmm<^w&iz 

•^(cftso (-< v^i&i. f&mmxiimmm^mA-ti>miz^ 
^m-m^t>^^^-y=^^miz^ mss^mrLx, ^m. 
it iwmit) mmm6i:m^Lxii<zti/^mt lw 

077^MH9#Bi) ^LT, mxcomz, ^SM^t^ 
t>^^^ yi^:L(7)a—r-iz. %r&i)m^. mmti^ 

fsSLm-thmmiii^^^^ixx^^^^izii. ^m.umb 
mitt. >N-Ha-htt. Ta-fi:<7)t^$^*»'o. 

lei Om^SatlSSr^^.-frS . 
[003 11 

V>-C^HJ-r^. 01{i:*%Hgco«ll^i3giKffl^«<^iat 

02{4'7X4f>'^'J!ffl, X -/f-y^^ng, >^uny--fe 

>'N-l^-^ (i^';=T-yJ!!SL^^^iiJI!l'tt<50PET7 -f;U 

— aPBfciH, 03 (a) {±5S:t— haP«fc»J«$*lS 

w>^^Lrzmx\ H3 (b) ii;< y>'a.mbmmmw^ 

i:7riLtzmX\ H3 (c) , 03 (d) kijfpm^ti^m 

m^^SBc^mt<r>mm^t:^i'timmmx'hh. m 

2<r>^m. mUm^ (c ) . 03 (d) Ji, 03 
(b) COP 1 -P2fi[SlCi3(tSBfffiHT-S>&. 01 > 
02.03*. 1 1 0Ji:7-</l/A««. 120«±AS 

1 20A{i:;><-vv'j.|S, 1 2 0 B{4^ffl#3P. 1 
2 0CJ41nXgi5. 13 0t4^«|Jg. 13 5t4fif««. 
14 0Ji:>'U3>' - ■b^'?W:J' («affl7-f/WA) . 1 
5 0{4N I RJl^-f^UA. 1 5 1«47 'fil'A. 15 2J4 
NIRJi. 1 6 0{i:ARJi7-fyWA, leiti^-f/l- 
A. 16 2{±>'N-b-3-hJS, 1 6 3{i:Rt*05jUi. 1 



(10) 32 003 -8 6991 ( P 2 0 0 3-8 6 9 9 1 A) 



mmi {ys.^~hmt) -ch^. mi^. s 1 1 

0~S2 2 0{±. 9mx^'yr^7Krii<r>'Chh. 06 

{±, m2cr)^w^ 1 2 o<r)mm^<^m^ 2o^L7tw® 

-Ym(mJi) 1 2 2S:*-rS^i^l 2 0S:^Uc 
BrBSr2bl>. @6 (b) #SJS1 2 1<7DP^^^ 

a;<-hJi imm) 1 2 2 ^^rrs^iRfs 1 2 0 
[00321 ^mm(r>wm6sm.mwM<mwi 

mi. astcs^-r, PDP^(7)v'-f;?.7''U'-<co8a®twa 

(7)^m^b t"C, 1 Mm~l 0 O/xmffifflcOlf $«Offl?S 

( s 11 0 ) im^^<W-^t:^izL { s 1 1 

3Sggt^ (^ap{-h«MSf;«(^«D) (S12 0) 

^Jg^^<5S-^^tt«t^t ( S 1 2 2 ) , 

^ 7 /l-i^SW 110 CO— ffltc, ( a ) ^ U xx-r/U*" 

(b ) ;if'Jxxx/^:}^'J5^--;^^::*l*^#^S^^i*;^J^^ 
■^^TjK U x;^-r/WJK U ^T-^W i: { c ) >f V * o y v-W 

JB?gl20$r^S^-bL (S130) , 7-f;UAS^t 

1 1 0 fc#jR?g 12 0 fcjtp'jui o^i>$ -^-c^^^tca^g^ 

^S^-NSPWl 9 05rmi-S. (SI 40) 5 

[00331 :^mx'i±. ^mm 1 2 oti, ms^mm 
(Ni *^ii:^i^#i^:v^^R^)^5g^H) ^s^-h 

mlcT^to^'o^-hMa (S 1 1 SXliS 1 2 1 ) tci 
hJil 2 2S-mLT±J<. (@6<O(b).01# 

iRf^titi^x'mik^ti&mmLfci^m ( s 1 2 0 ) 
$>/i>*>ty>5r7 7-o-e:;'n^-hSQasi 1 5t 

x-mk^ti^^'mLfz^jm ( s 1 2 0 ) s><?>*^t 

*^);f77-f :^T-:?o^ — hjaas 115 LXtii)^^^^^ 



-C^'n^-NJsQas 1 2 1 L-Ct3V^-Ci)Av^. M^tilia 
{i. ^a^ — bjtnat^vv Cr02 ?r3g/l^* 
?i?g(2 5'C) tC. :^liKSl 2 0S-3g>r3iiSt-i.^r?£ 

[0 0 341 ^^/t-A^Hl 1 Ot LTJi, jg8Htt5&*S 

ffi^. PET7>f;PA*>'fflt'>^itS. !^t=:, 
2tt®#PET7^;l'A{i, amrf&tt. M^fett 

as 1 3 omiz. mmMximmmi^t'r?>y ttv 

AS*fl 1 OtLTJi, ;ifjx;?>7^;K ^Ux^W-y^ 

ifimfii>ti. ^s*-hjaiasi 3o^tc, sg-i'Lt^ 

^ffl5rd^Si:L^V^7-f/l^AaWl 1 OfcLTJi. X 

tit. 

[00351 (mmm ) :^%mzii\^x , s iv 
wmh\^x\t. :x.-j^v^mzxh^. ^^idm. 

V\ (a) if.^)j:.7.'f)V-^^^)-^-)\'tiir^'')'^^/^'^'T^- 
ktc J: •^■C#4.ix2.:KUxX7";UHfJ 
^' 1^4^ y ^-/U t ( b ) ;Jt U x;?,-?^;!^.-^ U jf— /He 

(c) y7l->oyi;^-f y>-T:t>-bi7)M;;^^a-;i^T 

Wi-*ty^£h^'/l^:>.\l<rm'£:}^n^Z. WL^^t^ithW^ 
^Ji: L-Cti. !^t;IS^§tl=5rV^*«, ( a ) tKUxXx^I^ 
U ^t-;!' /-KU y v-T^- b SrSJCi5$-ti: l> c: k J: 

-:>-C#^>n^;KUXX l» 1/ ^J' >'jK 'J Jf-ZL' t 

( b ) iP'^}:z.7.=f)Vif^^y^-)V\;zWif^^'^Ufi)Vif^ 
>l!?:RJE$-eS i i: J: -5 -C# t>h.h fi)Vif-^^ '^)\^ 
■^^r^»jxx-f;P;}t'J>J-— ( c ) y^a^-i^-f y 

l/^-v'-f y i^T^— h CD h U ;<^o-;l/rn>'\->-f'Hni«s 
cOil-^i&i&iil-^L/cfi^JcofBi. x^\yy/^\y^y 
U v-T'^tt L)t ;K U xXt'/J'JK U P ^ >^ 
i:8ifl»fi|;KU-^y>'T^^-b&ffi-&L5tg»S'l. TiJ"; 
;U^flt, ;i^uxxv^;l-afig, '>^:5'y«fig. .-KUt' 

V V-W^'c.-}\'^-^'^:t. v&Vi^mz J: SS^, 
^^bA^^'SrV'^^. ^0X^7 s^^- hum. mU&is'ty 
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i-j-r, 1~1 0OAnn«O*$K^LTJ^BR-rS. 
[00363 LTfi. ^Ji.«f . ^.^J^Jk. ^ 

(SBR), ';n::^bU;P-7'^i^'x>-rfA (NB 

R) . -it'j-f v7'^u>'arA. >( yyf-L'>'— f yri^ 

mm&V. Xit 2 mLbSrffl^^^-^i?-ttT fflv ^ I. i: *«-C 

[0037] nr«3feRtX/X{±jfi*?f-l8®JRtgS:^3t-lir 
-S^tc. *5«S'l4'l:t±. 'Jmizmt-X. -^WtRXZ/X 

Wi<m. wnm^kM. mmt^im. p^im^m 
mL^-^xti<t^\'\ ^mm(mm&bLxii. 

y^jVJ^mUznVX. o-^i^a-:?-, ^-f^-^'^- 
[00 383 m-^T. y^^—hMttl 90^mm^^j: 

\^tmxmi,zmkt^ti^h. mi^^K^-^f-zWc. m 
fc, mm^i^- h^(^m§i:^'y^y!^i'X^ ■/ 

m&-ti>'7X^yy9m (Si 50> v>':xV7X 

^'/p^>sait-cv->-i.^i»sa5^?:x-y^y^tT. ±m 

(S 1 60) Sr^f ^. 03 (a) fcfl^iatc, 5 5:*- 
— hSJWl 9 0<?5ft*:frl6|tC:. ^m^>iZjt-/>':i.m<nX. 

ili,. X y^y^jDXgPl 2 0CJ4. 2|50!T'J4, 03 
(b) l:^^ yi^aa512 0Afcgfil!iffl#g|512 0B 
*>^>^l.i,<7)i: t«:. ><>yi'iS512 0A*i®aSS^ 

[00393 -7y^^y-^mM:t LT{±, ^i-Jf . ;*-feM 
>- . P V A^!S3fcttl' i^'X b S-^S^ 12 0 ±tc:^ 
L { S 1 5 1 ) . ^L/c ( S 1 5 2 ) fi)f«cO>''<:? 

-ym^zx^m^v ( s 1 5 3 ) . TkJ^mL ( s 1 5 



4 ) , ^I^JSM^S-liSL. ^-^yif^'no ( S 1 5 
TK^ttt^Xr-feMy. PVA. -fe'^^i^foixv?;^!- 

V^t)i-® (^aiSffll) tcM^S. *4rMy^i^Xh<0 
i*^l±, 2 0 0~3 0 0* CWS.X'^~^yy^'^o(7i 
tmt. y 5 ^— vmi 1 9 0<0R 0 ^^-^l-?: 

m±-thtiv^. xthfinmm§Lm:Ti<fx. ^j-t?: 

Ltz^(,zi±. u=jx hm^jM ( s 1 5 1 ) iim^ 
&\,^i><otx^i>. ttz. x.-y^yip'^mti^itmzM 

j^^-X yf-l/'^^TSt-rStOT. :x.'yi~y^feL<rmM 

mm*^^^x\ oiy^yi^^irw^iz^o zt^m 
[0 04 0 1 *eyT«4. 75^— MiBWi 9o^sg;^^^t 

<3g-p/>:4i^®t:\ '7';^.=Je>'^^iaai ( S 1 5 0 ) s 
y^9m ( S 1 6 0 ) Srffd tOT'fc^*^ vx=3f >'^^ 
jra ( S 1 5 0 ) . x.yf-y^'Ma ( S 1 6 0 ) {4. » 

t^h^j^-y^yyimtt^b, m^izmmx'fit. 
m*>. '7y.^yf^9m. xy^-v^^^iasr-m^^f vt- 
fti.. ^mmky^fi^J^tij^'o-^h^'^x^mz^ 

■ti>y^^^-h^ner>. ^mSi. iSmtiz^ ^Mm^ 

x -y^yr/jpi-r^ct**T'SI.. 
[0 04 11 »:V^T-. X-y^^-^^iSSa (SI 60) gi. 

a^l:Jlt>«ia4J:3^«f*e (03CO1 3 5lcffla) Sr 

|lJgttti7)PET7>f;WA) 5:^$:*— h-ri.. (SIS 

0 ) 'f^mm^m&'t^mmmk txit. mitizf^mm 
■ fbmmmii'omf&^ixti><r>x\ 

W3r«^T«>S, ^(Tylimifi. 03 (c) t:^Jl«l 
[00423 <J:v^-c\ S^JJl^tft-L-c. N I RJi7 

/PAl 5 0&7S^>-hL7t (S 1 90) lli, set:, 
«!0±tC«^«Ui*tfrLr, ARJi7^;/Wi.l 6 05:^5 
^- h-r-s . ( S 2 0 0 ) #««a'JS$rJ^BE-r SS*^J 

cot><Oi: LTJi. M;e.tf, «f««l ( 1/ v-r»y ^'ttS, & 
#PSA-4) iJimfi^tl?>. 
[00431 NIRS^^/l-A (03 (d) <01 50) 
{4, ^08=5:7 -f/PixilziN I RJi {m^'fmmRM) t: 

y^tz^^j^L^i^yy-uy ^v—V (pet) 
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(h>tiih , m}¥«5flc^^aSi'^N o 2 8 3 2*i-ffi{:<±» 
t:>hX\^h. iSl!^J'l-i:{i. -flKtc78 0nm~l 0 00 
n mO®«^t§ L s C:<^»t:^«T'«0iaiR^*«8 0 %tLt 

3^a8ift:S8 00nm~1000 n mtC@:^iglR^ft^ * 

mt-^^. -fyv^/yMc-^. Tyhy^yymit 
i.(fT-h5vW Ko^^y. i^^'n^^fl^ 

[00441 ARii7-f;UA{±. ji^, 03 (d) COl 

6 0 (c^-r J: a fimmx. wmy ^ /uAit a r« 

^mx^fty 'iivhxtih. ARJi (RStRSots) 

X Mm'm^m . {£g*f*Ji L^«jtc7) t 

WetM^tit±0RltR6jhJi{±f^SS[$*tl.. Nil, 

[00 4 5] KYimy^iVh. (03 (d) C016 0lz:ffl 
tcfcfti*. >N-H3-h«16 2i;Lt:(±. DPH 
A, TMPTA, PETA^COsKUXJ^-r/Wr^'UV'— 

-KttSg^^«.j ^v^li r^N-Hri-hj hti. J I 
SK540 0-C*$ni.«BS®JKI£ife-C, HJiLhfOliJg 
JrS^i-tcO^rVia. ARS (S3 (d) Ol 63) tCS 

Ji-rsi!s?55«i 64fcLTi4. §6*. wm.^-y-<y 

[00461 AR«Sr95^— hLT, 

-eix-eafljKLT (S210). 03(d) tc^-r 



««fi£tO«JatjSiiietfflSi5«2r»S . (S22 0) 
[0047] ClcOidt-tT. f#^>iut03 (d) (C?r; 

flfeStCARJi^-f/UA (E3 (d) <01 60t;MS) S: 
^r^fcbtti. :^yX^ Tii^)T9'))Vmim. jKU* 

T-b^^Hr^Pn— X7 -f /VA. T-fe-r— b:/^!^— h-fe 

'j^^/U'^>'7^>'7-f/UA. iti*j:r.-^fU'yhyy ^fi' 

A. ( j>t ) T^"J or: h U/W^ -f /UAir*«firaT'^ I. 
*v mz. -*fi@ffjK'Jxx7^;W*«^^1t, W^ttfcffi 
<x-CV^^ifCif®-C'*>S. -e£OJP;?^{i:. ji^J±8;tiin~ 
1 000;umgJKOt«0*«»*LV^. j^S. :*:S<^7'-f ^ 
Tl^-^ LT{4. 1 — 1 0 mmJf coHOttS- toi ^ ^ 

l^-ftc^TL-Cti. fflS^r^^Sr^o. 5$0. 0 1m 
m— 0. 5nime07'5X^y^7 -f^UAA^T-'-f ^Tl^'f 

Tti. 1 0 o%cot,<5D*m'iirj)-s*^\ ®i§¥8 o%Jii 

[0 04 81 (^i^fiaj) *M<73S 1 8 0£7)«;ij'9t-> :^ 

i c^Tia-fbffiiiJi 6.13 w±tc . mm±m^\' ^t*, 

KlSS^aS-rS, (H7,H8) 
[004 9 1 (^M) ^m(r)Siso(r>it±>K)iiZ^ ^ 

c:«^ffl'fk<siiiJi6co±fc, mtm {siwe^mi. i& 
mm^mm) x'ommm^mmi-h, (09) 
[00 50 1 {$s&m) ^m(r>ys.^-'-hmmsi3o 

( S 1 6 0 ) t-C^fi^ ^/vlf^t. :&iWS 1 2 Oir>^ffigi5 

^mt mmiz. i^o::iy- ( v-u a-y 

5!iat/i^MSittcOPET7^;i^A) Sr9S^^-b-r^ 
i k3&5-r# 4fe. flJBfJra ( S 2 1 0 ) <7)ffirCJ3V» 

T, ie^tcfst. -a-yvrnz^^mfx . ^m^-^^ 

liZ^^-thW^^^^h^LhifX'^h. ^fZ. m^iZX-:' 
T{±. 7 5*- hmt 1 9 0 Bf^fc-^S;^ f y H 

Xg?-, V^=5f>';/i8lS (SI 90) mf^Z^oZthX' 

?:mmtLrzn^i,zhmmx't'h. iJt, nir®7 
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-fyPAtfO^S^t—b (S19 0)^tC, m^izX-oX 
y^^ftCiO. O-^LX (S135) , 

nmwA ( s 1 4 0 ) . nmm^mmmz 

:&&«oilM£O?^.®i7)ll3£7)0y5r0 1 tcs^^^Htr s . 
wm.mimk-r^fzit)ff)m^x\ wr^j:^ ^ ivj^m^ 

CO— ffll;:. (a) .■KDx;:?.-r;P,-KU^-/l'i:'itU^yi^ 
T*- h S^KJiB^ -tt S C fc J: -5 ^ y 

^p^y^i^^j-y^KU^r-zufc (b) ;ri;xxT-;i'^'j5i- 

)ViL (c) VT^oyv^-f yv-r^-hcOhUp^f-a- 
U ^ ^a-;wr o/N-yftJDfiftcoii-^t: ffi-^ Ltd^mM 

mIEHcoJf $ 60 . ii--^: < i: t> -:&«0^ffi*>':7 - b «i 
T7-</l^A) Sr^S^— h-ri.7S^->-h^a5| (S 18 

0) ^xi^n-yt:.^. wmmmsmammm^^'^ 

•f^Wmuz^ «BrL ( S 1 8 5 ) . tfc^^Sli: tT, 

^-f/l-A^. JS»:. (SI 
9 5, S 2 0 5 ) LT. «aES^3SlBEffla5«2:f«S-r§ 

( s 2 2 0 ) i,coT'S>&, JMl:firffitcov^ 

[00531 i!^, zm<^imi9m (SI Q 5) t3t<m 

Otco (03 (c) tCfflS^OJifll^) $r-?-c7)i:i. Wm. 



[0 0 54] mi«0«f!l, ll3<7)gSK:i}JtS, 5S:^-h 

«^ ( s 1 8 0 ) ^ -e*?), ^m\.zti\'fhnw.W'cnmm 

(b) eoPl-P2ffia(wi5tt^BiB) Sr, M 
tc. H2(cao'v>TfiS*(cgiHjt- a2<o#S«. ® 

3 (b) <?)Pl-P2tC±3fti.ST®^S^L7tt><7)-C'& 

I22{i:, PETy ^)VM.m. ^5^— h«!MS 
13 0mc. ^S^J$^ffiV^i.%^<7)0•e^>i>. 75^-— 
(iai<?DS 1 3 0) fci*?. 7-f;WA*«l 1 0 
(H2 ( a ) ) C0-®±CC, ^?PM 13 0 i:ifl.X± 
ii^l 2 0*^, ieiSSn (®2 (b) ) (Diidizi^h. 

mz. #s?si 2o±te. ®3ttt^i^*;^v5'»mL-. se 

mVtz (gl2 (c ) ) B»fSO^^•:S'->-Ji!^T'?g«S3t 

mi^Lx. ^-^yifLx. (02 (d) ) tcs^-r 

J:^(i. Blf^J^^O^>''>?.bVN-^->'l 8 0ii(5?^^$ix 
aCV^T', l/'i^Xhyt^'-yi SO^Wx-zf-y^-? 
x:7t LT. ^SISl 2 0«r;tM*>^>Xy?->'^L-C 

(02 (e) ) . ^ hizmmmm^MLf-:.^. 

1 2 OBBlC«i«Jl 13 5 i&iS»t. 13 5 iitLX 

U 3 y - -fe-'NV—^' 14 0*5^5:^— b^ttS, (0 
2(g)) 
[00 5 51 

(Hifi^ii 1 ) ^^mm\t. m i iZ7F:tmmr)mm.<^w. i 

(TiX'hh. miiz^'t^l&^BM<Dmi<r>m'<zi5\^X . 
y 4)VM.W^tLX^^0. 1mm. i|S7 0 OmmcO.-K 
•jXf-l^yT-V^^l/-- N (PETfctV^o) y^)VJ^ 

{%nwm.m. a4 s o o ) con-at-, TU<7y>m^\ 

li^-jva-j^-xmm. n^LXmiM-As/ml 
tLtz. 

g^SOi : (a) -fy7^';p«, x-^u-y^yn-yw, 
>^7r^y^;^^ y 3 -;uS-xX7^M[:LTi# A.fi.fc^^ y 
xxr-^W^fy^r-yui:. >fy7^;Ug?, i/x^u-y^y 
a-;l^*xXT^;Hb Lr4§^»fut y x;:^7'/l^;Ky 5r- 

/P(30il-^i:-f y^ioyix'^f y>-r^^-b2rSJEG$-i*:l. 

^ i: J; T i# y xxT-;i^d? y u y :t 
-/Pi: (b) -fy^^J'/Ht, xf-wy^ya-;!', 
'<.y-?-A'^^y 2, 5-'^.'^1^y>'>r-;^2:xx 
x/Ht Lxni^iifz^ y x;?. y ^-/t- tc*!* h y 
p<y M?i&KjeS-y-SC:i:lcJ:oTtf^>ixi.;<?/l'il^^i^ 
fl^^^U xxT^/l'.-Ky 5r-;U^ffi^ L/::«S)ii<^PK 
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(54) MEMBER FOR SHIELDING ELECTROMAGNETIC WAVE AND ITS MANUFACTURING METHOD 

(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a member for shielding 
electromagnetic wave exhibiting not only see-through 
properties and electromagnetic wave shielding performance but 
also durability against mesh machining through etching by 
eliminating discoloring of adhesive in mesh machining through 
etching thereby improving etching machinability. fiiuo 
SOLUTION: The member for shielding electromagnetic wave is looo ^ 
manufactured by laminating a mesh of metal foil on one side of Iuoq 
a basic material of transparent film through adhesive produced 
by mixing (a) polyester polyurethane polyol produced through 
reaction of polyester polyol and polyisocyanate, (b) polyester 
polyol containing a carboxyl group produced through reaction of 
polyester polyol and anhydrous aromatic multivalent carboxylic 
acid, and (c) a mixture of trimethylpropane addition of 
isophorone diisocyanate and trimethylpropane addition of xylene 
isocyanate. 
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CLAIMS 



[Claim(s)] 

[Claim 1] The member for electromagnetic wave electric shielding which carried out the laminating through 
the adhesives which blended the mixture of the carboxyl group content polyester polyol and the trimethylol 
propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous aromatic series 
multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which 
are obtained by making (a) polyester polyol and the poly isocyanate react in the mesh which becomes the 
whole surface of a transparent film base material fi"om a metallic foil, and the trimethylol propane adduct of 
xylylene diisocyanate. 

[Claim 2] Claim 1 (a) and polyester polyol given in (b) are the member for electromagnetic wave electric 
shielding of the thing which esterified isophthalic acid, ethylene glycol, and neopentyl glycol, and was 
obtained or isophthalic acid, the thing which esterified the diethylene glycol and was obtained or isophthalic 
acid, ethylene glycol, neopentyl glycol, 2, the thing that esterified 5-hexandiol and was obtained, or claim 1 
characterized by being those mixture. 

[Claim 3] It is the member for electromagnetic wave electric shielding which the transparent film base 
material in claim 1 or claim 2 is polyethylene terephthalate, and is characterized by a metallic foil being 5 
micrometers - 20 micrometers in thickness. 

[Claim 4] It is the member for electromagnetic wave electric shielding characterized by carrying out 
roughening processing by **** in claim 1, claim 2, or claim 3 a metallic foil being copper foil and 
according to cathodic electrodeposition at least in one side of a metallic foil adhering, and making rust- 
proofing chromate treatment at least on one side of a metallic foil. 

[Claim 5] The member for electromagnetic wave electric shielding characterized by the field where **** by 
cathodic electrodeposition of the copper foil of claim 4 has adhered, and the transparent film base material 
having pasted up. 

[Claim 6] To a transparent film base material A metallic foil by making (a) polyester polyol and the poly 
isocyanate react The carboxyl group content polyester polyol and the trimethylol propane adduct of (c) 
isophorone diisocyanate which are obtained by making an anhydrous aromatic series multiple- valued 
carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which are obtained, The 
manufacture approach of the member for electromagnetic wave electric shielding which laminates with the 
adhesives which blended ******** of the trimethylol propane adduct of xylylene diisocyanate, carries out 
etching processing of the metallic foil of a lamination member, and is characterized by forming a mesh and 
being obtained. 

[Claim 7] Etching processing of claim 6 is the manufacture approach of the member for electromagnetic 
wave electric shielding characterized by using a ferric chloride as an etching reagent. 

[Claim 8] The absorbent which absorbs the light and/or near-infrared specific wavelength contains the mesh 
which becomes the whole surface of a transparent film base material from a metal thin film, (a) by making 
polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and the 
trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained, The member for electromagnetic wave electric shielding which carried out the 
laminating through the adhesives which blended the mixture of the trimethylol propane adduct of xylylene 
diisocyanate. 

[Claim 9] The mesh which becomes the whole surface of a transparent film base material from a metal thin 
film (a) by making polyester polyol and the poly isocyanate react The carboxyl group content polyester 
polyol and the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an 
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anhydrous aromatic series multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) 
polyester polyol which are obtained, In the member for electromagnetic wave electric shielding which 
carried out the laminating and carried out the laminating of the layer which carries out flattening of the 
concavo-convex side of the mesh which consists of said metal thin film through the adhesives which 
blended the mixture of the trimethylol propane adduct of xylylene diisocyanate The member for 
electromagnetic wave electric shielding which the absorbent which absorbs the light and/or near-infrared 
specific wavelength to at least one of said flattening layer and the adhesives contains. 

[Claim 10] The mesh which becomes the whole surface of a transparent film base material from a metal thin 
film (a) by making polyester polyol and the poly isocyanate react The carboxyl group content polyester 
polyol and the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an 
anhydrous aromatic series multiple- valued carboxylic acid react to the polyester polyxu'ethane polyol and (b) 
polyester polyol which are obtained, In the member for electromagnetic wave electric shielding which 
carried out the laminating of the layer which carries out a laminating through the adhesives which blended 
the mixture of the trimethylol propane adduct of xylylene diisocyanate, and carries out flattening of the 
concavo-convex field of the mesh which consists of said metal thin film In said flattening layer or the 
member for electromagnetic wave electric shielding of a transparent film base material which carried out the 
laminating of adhesives or the binder to the whole surface at least The member for electromagnetic wave 
electric shielding which the absorbent which absorbs the light and/or near-infrared specific wavelength to at 
least one of said flattening layer, adhesives, or the binders contains. 



[Translation done.] 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] This invention relates to the member for electromagnetic wave electric shielding 
which used a metal thin film (it is also called metallic foil) mesh, and its manufacture approach. 
Furthermore, it is a member for electromagnetic wave electric shielding using the metal thin film mesh for 
covering in detail the electromagnetic wave generated fi-om electromagnetic wave sources of release, such 
as the display electron tube, and the member for electromagnetic wave electric shielding loses discoloration 
of the adhesives in mesh processing by etching, it not only has the fluoroscopy nature and electromagnetic 
wave electric-shielding nature, but improves etching workability, and it is characterized by to have the 
resistance over mesh processing by etching. Moreover, contrast is raised and visibility is related with the 
good member for electromagnetic wave electric shielding. Furthermore, the near infi*ared ray (light) 
generated fi'om the interior of a display is cut or absorbed if needed, and the specific wavelength of the light 
by outdoor daylight and/or a near infi-ared ray (light) is absorbed, contrast is raised, and visibility is related 
with the good member for electromagnetic wave electric shielding. 
[0002] 

[Description of the Prior Art] Conventionally, it is required directly that the electron tubes for a display, 
such as the electronic instrument which generates the electromagnetic wave which people approach and use, 
for example, a plasma display etc., should stop the strength of electromagnetic wave bleedoff in 
specification in consideration of the evil by the electromagnetic wave to the body. Furthermore, in the 
plasma display panel (it is also called Following PDP), since luminescence uses plasma discharge and the 
unnecessary electromagnetic wave whose ft*equency band is 30MHz - 130MHz is revealed outside, it is 
required that an electromagnetic wave should be controlled as much as possible so that evil may not be done 
to other devices (for example, information processor etc.). It corresponds to these demands, and in order to 
remove thru/or attenuate the electromagnetic wave which generally flows into the equipment exterior out of 
the electronic instrument which generates an electromagnetic wave, wrap electromagnetic wave shielding is 
taken by the suitable conductive member in the periphery sections, such as an electronic instrument which 
generates an electromagnetic wave. Usually the electromagnetic wave shield which has good fluoroscopy 
nature by panels for a display, such as a plasma display panel, is formed in the fi-ont face of a display. 
[0003] An electromagnetic wave shield is comparatively simple for the basic structure itself To transparent 
glass and a transparent plastics radical plate surface For example, the thing which carried out thin film 
formation of the transparent conductive film, such as in JUUMU stannic acid ghost film (henceforth the ITO 
film), by vacuum evaporationo, the sputtering method, etc., To transparent glass and a transparent plastics 
radical plate surface, for example, the thing which stuck suitable metal screens, such as a wire gauze, A 
metal thin film is formed in the whole surface by electroless deposition, vacuum evaporationo, etc., this 
metal thin film is processed into transparent glass and a transparent plastics radical plate surface by the 
photolithography method etc., and what prepared the mesh which consists of a detailed metal thin film is 
known. 

[0004] Since uniform film formation is possible, when the electromagnetic wave shield in which the ITO 
film was formed on the transparence substrate was excellent in respect of transparency, and the transmission 
of light beceime 90% order, and it is generally used for a display etc. all over a substrate, it is not anxious 
about generating of the moire resulting fi"om an electromagnetic wave shield etc. However, in the 
electromagnetic wave shield in which the ITO film was formed on the transparence substrate, although the 
ITO film is formed, since the technique of vacuum evaporationo or sputtering is used, a manufacturing 
installation is expensive, and since productivity is generally also inferior, while saying that the price of the 
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electromagnetic wave shield as a product itself becomes expensive, there is a title. Furthermore, to an object 
with electromagnetic wave bleedoff weak in comparison, since single or more figures conductivity is 
inferior as compared with the electromagnetic wave shield which formed the mesh which consists of a metal 
thin film in the electromagnetic wave shield in which the ITO film was formed on the transparence 
substrate, although it is effective When it uses for a strong object, the electric shielding fiinctioning becomes 
inadequate, a leakage electromagnetic wave is emitted, and there is satisfying the value of standard or a 
problem that it may not be able to do. In the electromagnetic wave shield in which the ITO film was formed 
on this transparence substrate, although a certain amount of conductivity will improve if thickness of the 
ITO film is tfiickened in order to raise conductivity, the problem that transparency falls remarkably in this 
case occurs. In addition, there is a problem that a manufacture price also becomes more expensive, by 
making it still thicker. 

[0005] Moreover, although cost also becomes cheap simply when using the electromagnetic wave shield 
which stuck the metal screen on transparent glass or a plastics radical plate surface, or when sticking 
suitable metal screens, such as a wire gauze, on a direct display side, the transmission of the effective metal 
screen of a mesh (100 - 200 meshes) is 50% or less, and has the serious fault of becoming a very dark 
display. 

[0006] Moreover, since appearance processing is carried out by etching processing which used the 
photolithography method, micro processing is possible, and a high numerical aperture (high permeability) 
mesh can be created and a mesh is formed with the metal thin film, the thing in which the mesh which 
becomes transparent glass and a plastics radical plate surface fi-om a metal thin film was formed has the 
advantage that it is dramatically high and powerful electromagnetic wave bleedoff can be covered, as 
compared with the ITO film of the above [ conductivity ] etc. However, the echo of the outdoor daylight to 
the panel for a display is unabsorbable, and **** is imavoidable while saying that the production process is 
complicated and complicated, the productivity is low and a production cost becomes expensive in the top 
where visibility is bad. 

[0007] Thus, there are advantages and disadvantages in each electromagnetic wave shield, respectively, and 
it is chosen and used according to the application. The electromagnetic wave shield in which the mesh 
which becomes transparent glass and a plastics radical plate surface from a metal thin film especially was 
formed is good in respect of electromagnetic wave shielding and light transmission nature, is put on the 
front face of panels for a display, such as a plasma display panel, in recent years, and has come to be used as 
an object for electromagnetic wave shielding. However, since the laminating of the function which absorb 
the specific wavelength of the light by luminescence or the outdoor daylight from the interior of a display 
which cut or absorb the near infrared ray ( light) generate from the interior of a display in order to prevent 
malfunction of other devices on a conventional electromagnetic wave shield and a conventional display, and 
improve contrast be carry out by the separate process, a process be complicated, and while productivity said 
that it become thick bad, there be ****. 

[0008] Here, the member for electromagnetic wave electric shielding in which the mesh which becomes 
transparent glass and a plastics radical plate surface from a metal thin film was formed is shown in drawing 
4 , and is explained briefly. Drawing 4 (a) is the top view of the member for electromagnetic wave electric 
shielding, and a sectional view [ in / in drawing 4 (b) / A1-A2 of drawing 4 (a) ] and drawing 4 (c) are some 
enlarged drawings of the mesh section. In addition, the direction of X for clarifying physical relationship 
and a mesh configuration and the direction of Y are displayed on drawing 4 (a) and drawing 4 (c). The 
member for electromagnetic wave electric shielding shown in drawing 4 is an electromagnetic wave 
shielding member for electromagnetic wave shields placed and used for the front face of the display of PDF 
etc., it is the thing in_which the frame part for touch-down and the mesh section were formed on the whole 
surface of a transparence base material, and when the frame part 41 5 for touch-down is placed and used for 
the front face of a display, it is formed with the metal thin film same the periphery side of the mesh section 
410 as the mesh section so that the screen area of a display may be surrounded. The mesh section 410 
consists of two or more line 470 groups and line 450 group which were mutually prepared in parallel along 
Y and the direction of X at intervals of the predetermined pitch Px and Py, respectively so that the 
configuration may be expanded to drawing 4 (c) in part and may be shown. In addition, as a mesh 
configuration, definition is not carried out to what is shown in drawing 4 . 

[0009] Drawing 5 (a) is what showed one example of the gestalt which places and uses the electromagnetic 
wave shield 500 using the member for electromagnetic wave electric shielding shown in drawing 4 for the 
front face of PDP, and drawing 5 (b) is the sectional view having expanded and shown the electromagnetic 
wave electric shielding (shielding) field (equivalent to the BO section) of drawing 5 (a). The electromagnetic 
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wave electric shielding (shielding) field (equivalent to the BO section) of the electromagnetic wave shield 
500 As shown in drawing 5 (b), to the observer side of the transparent glass substrate 510 Sequentially ft*om 
a transparent glass substrate, it has the NIR layer (near infrared ray absorption layer) 530, the member 400 
for electromagnetic wave electric shielding shown in drawing 4 , and 1st AR layer (acid-resisting layer) film 
540. 2nd AR layer (acid-resisting layer) film 520 is arranged in the PDP570 side of the transparent glass 
substrate 510. The front plate for a display and 400 500 among drawing 5 In addition, the member for 
electromagnetic wave electric shielding, In 410, the mesh section and 430 a glass substrate and 520 for a 
transparence base material and 510 2nd AR layer film, 521 a rebound ace court layer and 525 for a film and 
523 AR layer (acid-resisting layer), 527 a NIR layer (near infrared ray absorption layer) and 540 for a stain- 
proofing barrier and 530 1st AR layer film, 541 a rebound ace court layer and 545 for a film and 543 AR 
layer (acid-resisting layer), 547 — a stain-proofing barrier, and 551, 553 and 555 — an adhesives layer and 
570 — PDP (plasma display) and 571 ~ for a plinth and 574, as for case anterior part and 576, fixing metal 
and 575 are [ an anchoring boss and 573 / a screw and 572 / the case back and 577 ] cases. In addition, 
especially the location of a NIR layer (near infrared ray absorption layer) and the member for 
electromagnetic wave electric shielding is not limited to drawing 5 (b), and may prepare the coloring layer 
for color adjustment if needed. Moreover, using conventionally the adhesives which consist of an ethylene- 
vinyl acetate copolymer as an approach of pasting up the member for electromagnetic wave electric 
shielding on a transparence base material is proposed by JP,1 1-307988,A. Although it was obvious that 
adhesive strength and transparency were especially high as engine performance for which the adhesives of 
the member for electromagnetic wave electric shielding for a display are asked, in order that there might be 
no resistance over mesh processing by etching, there was a problem which adhesives discolor. 
[0010] 

[Problem(s) to be Solved by the Invention] For this reason, the member for electromagnetic wave electric 
shielding for electromagnetic wave shields which prepared the mesh which consists of a metal thin film as 
shown in drawing 4 on the transparence substrate through adhesives loses discoloration of the adhesives in 
mesh processing by etching, it not only has that fluoroscopy nature and electromagnetic wave electric- 
shielding nature, but improves etching workability, and it makes it a technical problem to give the resistance 
over mesh processing by etching. Moreover, also let it be a technical problem to offer the member for 
electromagnetic wave electric shielding which was excellent in visibility. Furthermore, also let it be a 
technical problem to cut or absorb the near infrared ray (light) generated from the interior of a display, and 
to absorb the specific wavelength of the light by luminescence inside a display, or outdoor daylight, to raise 
the contrast of malfiinction of other devices, or the image of a display screen, and to give good visibility by 
the fewest possible lamination, if needed. 
[0011] 

[Means for Solving the Problem] The member for electromagnetic wave electric shielding which is The 
means for solving a technical problem of this invention, and its manufacture approach and display are 
explained with a drawing below. Drawing 10 is the perspective view having shown an example of the 
lamination of the member 4000 for electromagnetic wave electric shielding of this invention. (Example 1) 
Drawing 1 1 is the sectional view having shown an example of the longitudinal-section lamination at the 
time of being a field parallel to the mesh of copper foil 1000, and cutting the member 4000 for 
electromagnetic wave electric shielding of drawing 1 0 . (Example 1) Drawing 12 is the typical sectional 
view having shown the condition before the copper foil 1000 which adhered to **** 1300 which constitutes 
the member 4000 for electromagnetic wave electric shielding of drawing 1 1 is etched. Drawing 7 is the 
sectional view having shown an example of the lamination of the member for electromagnetic wave electric 
shielding of this invention. Drawing 8 is the sectional view having shown another example of the lamination 
of the member for electromagnetic wave electric shielding of this invention. Drawing 9 is the typical 
sectional view having shown an example of the display which carried out the laminating of the member for 
electromagnetic wave electric shielding of this invention. The descriptions, such as a member for 
electromagnetic wave electric shielding, the manufacture approach, etc. of this invention, are indicated to (1) 
-(13). 

(1) The mesh which becomes the whole surface of a transparent film base material from a metal thin film (a) 
by making polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and 
the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained. It is characterized by carrying out a laminating through the adhesives which 
blended the mixture of the trimethylol propane adduct of xylylene diisocyanate. ( Drawing 10 thru/or 
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drawing 1 1 ) 

As adhesives of a metal mesh and a transparent film (a) by making polyester polyol and the poly isocyanate 
react The carboxyl group content polyester polyol and the trimethylol propane adduct of (c) isophorone 
diisocyanate which are obtained by making an anhydrous aromatic series multiple-valued carboxylic acid 
react to the polyester polyurethane polyol and (b) polyester polyol which are obtained. By using the 
adhesives which blended the mixture of the trimethylol propane adduct of xylylene diisocyanate, the 
member for electromagnetic wave electric shielding with sufficient etching workability is offered. 
Moreover, the aforementioned polyester polyol is characterized by being the thing which esterified 
isophthalic acid, ethylene glycol, and neopentyl glycol, and was obtained or isophthalic acid, the thing 
which esterified the diethylene glycol and was obtained or isophthalic acid, ethylene glycol, neopentyl 
glycol, 2, the things that esterified 5-hexandiol and were obtained, or those mixture. 

(2) The transparent film base material in (1) is polyethylene terephthalate, and a metallic foil is 
characterized by being 5 micrometers - 20 micrometers in thickness. The fine pattern mesh configuration 
was able to be created by setting thickness of a metallic foil to 5 micrometers - 20 micrometers. Although 
fine pattern processing becomes it easy that the thickness of a metallic foil is 5 micrometers or less, a 
metaled electric resistance value increases and an electromagnetic wave shielding effect is spoiled. On the 
contrary, while a fine pattern mesh configuration is it hard to be acquired that thickness is 20 micrometers or 
more, a substantial numerical aperture becomes low, permeability falls and a viewing angle also becomes 
narrow. That is, the member for electromagnetic wave electric shielding which was excellent in visibility is 
offered by setting thickness of a metallic foil to 5 micrometers - 20 micrometers. 

(3) It is characterized by carrying out roughening processing by **** in (1) or (2) a metallic foil being 
copper foil and according to cathodic electrodeposition at least in one side of a metallic foil adhering, and 
making rust-proofing chromate treatment at least on one side of a metallic foil. (By this, the member for 
electromagnetic wave electric shielding which was excellent in visibility is offered.) A metallic foil adheres 
**** by cathodic electrodeposition by making it copper foil ( drawing 1 1 thru/or drawing 12 ). The object 
and approach of adhering **** by cathodic electrodeposition are indicated in detail. 

Object : it is better to perform black roughening processing to the observation side face of a mesh pattern, in 
order to improve visibility. A feeling of contrast improves by this. 

Approach: Perform cathode electrolysis processing and make a cationic copper grain child adhere in the 
electrolyte which consists copper foil of a sulfuric acid and a copper sulfate. 

By making it copper foil, it became possible to adhere **** by cathodic electrodeposition, the black which 
was not obtained until now was obtained, and the feeling of contrast of a display increased the metallic foil. 
Moreover, by making rust-proofing chromate treatment (it also only being called chromate treatment), 
handling nature was improved and quality degradation by rust was prevented. 

(4) It is characterized by the field where by cathodic electrodeposition of the copper foil of (3) has 
adhered, and the transparent film base material having pasted up. ( Drawing 1 1 ) 

(5) To a transparent film base material A metallic foil by making (a) polyester polyol and the poly 
isocyanate react The carboxyl group content polyester polyol and the trimethylol propane adduct of (c) 
isophorone diisocyanate which are obtained by meiking an anhydrous aromatic series multiple-valued 
carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which are obtained, The 
manufacture approach of the member for electromagnetic wave electric shielding which laminates with the 
adhesives which blended the mixture of the trimethylol propane adduct of xylylene diisocyanate, carries out 
etching processing of the metallic foil of a lamination member, and is characterized by forming a mesh and 
being obtained. Thus, the quality member for electromagnetic wave electric shielding is offered by 
laminating a metallic foil in a transparent film base material, etching the metallic foil of a lamination 
member into it, and forming a mesh. 

(6) Etching processing of (5) is the manufacture approach of the member for electromagnetic wave electric 
shielding characterized by using a ferric chloride as an etching reagent. 

[0012] (7) The mesh which becomes the whole surface of a transparent film base material fi-om a metal thin 
film The absorbent which absorbs the light and/or near-infrared specific wavelength contains, (a) by making 
polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and the 
trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained, The member for electromagnetic wave electric shielding characterized by 
carrying out a laminating through the adhesives which blended ******** of the trimethylol propane adduct 
of xylylene diisocyanate. Generally near-infrared points out a 780nm - lOOOnm field, and it is desirable for 
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the absorption coefficient in this wavelength region to be 80% or more. 

- As an absorbent which absorbs near-infrared specific wavelength, organic infrared absorption agents, such 
as inorganic infrared absorption agents, such as the tin oxide, indium oxide, magnesium oxide, titanium 
oxide, chromic oxide, a zirconium dioxide, nickel oxide, an aluminum oxide, a zinc oxide, ferrous oxide, 
antimony oxide, a lead oxide, and bisumuth oxide, a cyanine system compound, a phthalocyanine system 
compound, a naphthalocyanine system compoimd, a naphthoquinone system compound, an anthraquinone 
system compound, G MONIUMU, nickel complexes, and a dithiol system complex, etc. can be used. An 
inorganic infrared absorption agent has a desirable particle, it is desirable that it is the range whose mean 
particle diameter is 0.005-1 micrometer, and it is desirable that it is the range especially whose mean particle 
diameter is 0.01-0.5 micrometers. Moreover, distribution of 1 micrometer or less has particle diameter 
desirable [ the particle of an inorganic infrared absorption agent ] in order to improve visible-ray 
permeability. As for an infrared absorption agent, it is desirable that the high distribution condition 
distributes. 

- It is the metaled absorbent and the absorbent of a pigment which carry out a postscript to the absorbent 
which absorbs the light. 

(8) The mesh which becomes the whole surface of a transparent film base material from a metal thin film (a) 
by making polyester polyol 2ind the poly isocyanate react The carboxyl group content polyester polyol and 
the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained. In the member for electromagnetic wave electric shielding which carried out the 
laminating of the layer which carries out a laminating through the adhesives which blended the mixture of 
the trimethylol propane adduct of xylylene diisocyanate, and carries out flattening of the concavo-convex 
field of the mesh which consists of said metal thin film The member for electromagnetic wave electric 
shielding which the absorbent which absorbs the light and/or near-infrared specific wavelength to at least 
one of said flattening layer and the adhesives contains. ( Drawing 7 thru/or drawing 9 ) 

(9) The mesh which becomes the whole surface of a transparent film base material from a metal thin film (a) 
by making polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and 
the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained. In the member for electromagnetic wave electric shielding which carried out the 
laminating of the layer which carries out a laminating through the adhesives which blended the mixture of 
the trimethylol propane adduct of xylylene diisocyanate, and carries out flattening of the concavo-convex 
field of the mesh which consists of said metal thin film In said flattening layer or the member for 
electromagnetic wave electric shielding of a transparent film base material which carried out the laminating 
of adhesives or the binder to the whole surface at least The member for electromagnetic wave electric 
shielding which the absorbent which absorbs the light and/or near-infrared specific wavelength to at least 
one of said flattening layer, adhesives, or the binders contains. ( Drawing 7 thru/or drawing 9 ) 

(10) the above-mentioned member for electromagnetic wave electric shielding, and a light absorption layer - 

- and — or the member for electromagnetic wave electric shielding which comes to carry out the laminating 
of the near infrared ray absorption layer. 

(Light absorption layer) Or it maintains the color balance of a display, the light of outdoor daylight is 
absorbed, and the absorption layer of a light region (380-780nm) is prepared in order to improve contrast. 
As range of the permeability of a light absorption layer, 50% - 98% is desirable. As a metaled absorbent, 
what carried out one kind of metals, such as Nd, Au, Pt, Pd, nickel, Cr, aluminum, Ag, In203-SnO2, and 
Cul, CuS, Cu, or two kinds or more of combination is used, for example. These are formed by vacuum 
evaporationo, CVD, sputtering, etc., and it is good also as a light absorption layer. A well-known pigment 
can be used as an absorbent of a pigment. Specifically A phthalocyanine system, an azo system, a 
condensation azo system, an azo lake system, An anthraquinone system, a perylene peri non system, an 
indigo thioindigo system. An isoindolino system, an azomethine azo system, a JIOKISHIZAN system, the 
Quinacridone system, Organic pigments, such as an aniline black system, a triphenylmethane color system, 
and a carbon black system, A system etc. is mentioned in a neodymium compound system, a titanium oxide 
system, a ferrous-oxide system, an iron-hydroxide system, a chromic oxide system, a spinel mold baking 
system, a chromic-acid system, the Chrome Vermilion system, a Berlin-blue system, an aluminium-powder 
system, and the end of bronze powder. 

(11) the above-mentioned member for electromagnetic wave electric shielding, and an acid-resisting layer — 
and — or the member for electromagnetic wave electric shielding which comes to carry out the laminating of 

http.7/www4.ipdl.ncipi.go.jp/cgi-bin/tran_web_cgi_ejje 7/17/2006 



JP,2003-086991,A [DETAILED DESCRIPTION] 



Page 6 of 1 / 



the anti-glare layers 1 and 7. ( Drawing 7 thru/or drawing 9 ) 

(12) The above-mentioned member for electromagnetic wave electric shielding, and the member for 
electromagnetic wave electric shielding which comes to carry out the laminating of glass or the transparence 
substrate 2 made from an acrylic. ( Drawing 7 thru/or drawing 9 ) 

(13) The display 30 which comes to carry out the direct laminating of the above-mentioned member for 
electromagnetic wave electric shielding on the surface of a display. ( Drawing 9 ) 

[001 3] On in addition, the whole surface of a transparent film base material by the member for the above- 
mentioned electromagnetic wave shields (a) by maJcing polyester polyol and the poly isocyanate react The 
carboxyl group content polyester polyol and the trimethylol propane adduct of (c) isophorone diisocyanate 
which are obtained by making an anhydrous aromatic series multiple-valued carboxylic acid react to the 
polyester polyurethane polyol and (b) polyester polyol which are obtained, the adhesives which blended the 
mixture of the trimethylol propane adduct of xylylene diisocyanate ~ minding — one [ at least ] front face — 
chromate treatment, a metallic oxide, metallic sulfide, etc. — melanism ~ it is characterized by carrying out 
the laminating of the mesh which consists of a metal thin film currently processed. By making it such a 
configuration, it becomes the member for electromagnetic wave electric shielding which has 
electromagnetic wave electric shielding nature and fluoroscopy nature, the front face for moreover 
absorbing outdoor daylight — melanism — carrying out chromate treatment of the processing — black 
concentration — high — melanism with high adhesion with a metal — a processing layer can be obtained. 
Furthermore, in the above, it is characterized by the black concentration of the front face where chromate 
treatment of the mesh which consists of a metal thin film was carried out being 0,6 or more. In order to 
absorb outdoor daylight and to acquire good visibility, it is desirable that the black concentration of the front 
face where chromate treatment of the mesh which consists of a metal thin film was carried out is 0.6 or 
more. All the measuring methods of the black concentration in this invention are COLOR by incorporated 
company KIMOTO. CONTROL GRETAG of SYSTEM It measured using SPM 100-1 1. As a Measuring 
condition, it is the concentration criterion ANSI as the ten fields of view, the observation light source D50, 
and a lighting type. It was set as T and each sample was measured after the white calibration. 
[0014] The member for electromagnetic wave electric shielding of this invention is characterized by being 
produced as an example by the manufacture approach of the member for electromagnetic wave electric 
shielding of following this invention, however, the mesh which consists of a metal thin film in the 
manufacture approach of the member for electromagnetic wave electric shielding of this invention — not 
necessarily — chromate treatment — melanism — although it does not need to be processed ~ desirable — one 
[ at least ] front face — chromate treatment — melanism — it is good to use the mesh which consists of a 
metal thin film currently processed, then, the manufacture approach of the member for electromagnetic 
wave electric shielding of following this invention ~ setting — chromate treatment — melanism — the case 
where it is processed will mainly be indicated. 

(b) The manufacture approach of the member for electromagnetic wave electric shielding of this invention 
By the member for electromagnetic wave shields placed and used for the front face of a display (you may 
stick on a display directly) On the whole surface of a transparent film base material (a) by making polyester 
polyol and the poly isocyanate react The carboxyl group content polyester polyol and the trimethylol 
propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous aromatic series 
multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which 
are obtained. The adhesives which blended the mixture of the trimethylol propane adduct of xylylene 
diisocyanate are minded, one [ at least ] front face ~ chromate treatment etc. — melanism ~ it is processed — 
The film base material which is the manufacture approach for manufacturing the member for 
electromagnetic wave electric shielding which has the electromagnetic wave electric shielding nature which 
carried out the laminating of the mesh which consists of a metal thin film, and fluoroscopy nature, and 
follows the metallic foil which follows (a) band-like, and band-like minds the aforementioned adhesives. 
The laminating member formation processing which sticks, is put together and follows band-like and which 
forms a laminating member, So that the field which is not the film base material side of a metallic foil in 
said laminating member about the resist mask of etching-proof nature with being continuous for etching the 
metallic foil of the (b) aforementioned laminating member, and forming a mesh etc. in order, carrying out 
and conveying [ are, ] intermittently may be covered It is characterized by having the etching processing 
which etches the metallic foil part exposed from the continuous masking processing which it is, and is 
carried out and is formed intermittently, and opening of (c) resist mask, and forms the mesh which consists 
of a metal thin film along with the longitudinal direction, both sides thru/or one side of the metallic foil 
which consists of copper foil or iron material beforehand in advance of lamination processing in the above- 
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mentioned (b) here — chromate treatment ~ melanism — it processes. **** may be made to adhere to copper 
foil before chromate treatment, however, lamination processing ~ both sides thru/or one side of the points 
and the metallic foil which consists of copper foil or iron material beforeh2md — chromate treatment — 
melanism — the mesh side which consists of an exposed metal thin film afl;er carrying out exfoliation 
clearance of the resist pattern after etching processing and performing washing processing in the above- 
mentioned (b) if needed, in not processing ~ chromate treatment etc. — melanism — it shall process 
[0015] And in the above-mentioned (**), the glue line or adhesive layer which the absorbent which absorbs 
the li^t and/or near-infi-ared specific wavelength contains is arranged after etching processing on the mesh 
side which consists of a metal thin film if needed, and it is characterized by performing lamination 
processing which laminates a silicon separator (siliconized PET film of easy-releasability). And the metallic 
foil which follows band-like is laminated through the aforementioned adhesives in the field of the film base 
material with which laminating member formation processing follows band-like, and it is characterized [ in / 
again / the above-mentioned (b) ] by being the lamination processing which forms the laminating member 
which a metallic foil and a film base material stick, is put together, and follows band-like. In addition, as a 
film base material 1 10 which needs adhesives etc. at the time of lamination processing, polyester, 
polyethylene, etc. are mentioned and ethylene vinyl acetate, ethylene acrylic acid resin, ethylene ethyl 
acrylate, and ionomer resin are mentioned as a film base material 110 which does not necessarily need 
adhesives at the time of lamination processing. 

[0016] Or in the above-mentioned (b), laminating member formation processing is characterized by being 
what coats and forms resin in the whole surface of the metallic foil which follows band-like with coating 
methods, such as EKUSUTORUJON coating and hot melt coating, again. In addition, polyolefine and 
polyester are mentioned as an EKUSUTORUJON coating material. As hot-melt-coating material, the resin 
which is mainly concerned with ethylene vinyl acetate, the resin which is mainly concemed with polyester, 
and the resin which is mainly concemed with a polyamide are mentioned. 

[0017] Moreover, in the above, a metallic foil is copper foil and iron material of 1 micrometer - 100 
micrometer thickness, and it is characterized by etching processing being what uses a ferric-chloride 
solution as an etching reagent. Moreover, in the above, a transparent film base material is characterized by 
being a PET film (polyethylene terephthalate film). 

[001 8] Moreover, the masking processing in the above applies a resist to the field of a metallic foil, after it 
dries, it carries out adhesion exposure of the resist with the predetermined pattern version, forms the resist 
pattern of a predetermined configuration in a metallic foil side through a development, and is characterized 
by being what performs baking processing of a resist pattern if needed. 

[0019] Moreover, in the above, the laminating of the function which was not given to said coloring adhesive 
layer may be carried out as what carried out the laminating to the film independently. For example, after the 
lamination processing which laminates a silicon separator (siliconized PET film of easy-releasability). The 
NIR layer film which formed the NIR layer (near infi-ared ray absorption layer) at the whole siuface of a 
film on the field which is not the mesh side of a transparent film base material, It is what is characterized by 
having the lamination process which laminates AR layer film which formed AR layer (acid-resisting layer) 
in the whole sxirface of a film in this order. A lamination process After laminating a NIR layer film through 
an adhesives layer on the field which is not the mesh side of a transparent film base material, Furthermore, 
on a NIR layer film, AR layer film is laminated through an adhesives layer, and it is characterized also by 
****** which the absorbent which absorbs the light and/or near-infirared specific wavelength to at least one 
of said adhesives or the binders contains. 
[0020] 

[Function] By making it such a configuration, the manufacture approach of the member for electromagnetic 
wave electric shielding of this invention is the manufacture approach of the member for electromagnetic 
wave electric shielding with the sufficient engine performance and sufficient visibility which absorbs the 
light which prepared the metal thin film mesh used for an electromagnetic wave shield, and/or near-infi-ared 
specific wavelength, also in quality, can respond enough and is enabling offer of the good manufacture 
approach of productivity. The electromagnetic wave shield which combines the engine performance which 
absorbs the lights for a display, such as PDP as shown in drawing 4 etc., and/or near-infrared specific 
wavelength by this, good visibility, fluoroscopy nature, and electromagnetic wave shielding shall be offered 
at an early stage so much. 

[0021] The film base material which specifically follows as an example the metallic foil which follows (a) 
band-like, and by which chromate treatment was carried out, and band-like (a) by making polyester polyol 
and the poly isocyanate react The carboxyl group content polyester polyol and the trimethylol propane 
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adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous aromatic series multiple- 
valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which are 
obtained, The adhesives which blended the mixture of the trimethylol propane adduct of xylylene 
diisocyanate are minded. The laminating member formation processing which sticks, is put together and 
follows band-like and which forms a laminating member, So that the field which is not the film base 
material side of a metallic foil in said laminating member about the resist mask of etching-proof nature with 
being continuous for etching the metallic foil of the (b) aforementioned laminating member, and forming a 
mesh etc. in order, carrying out and conveying [ are, ] intermittently may be covered The longitudinal 
direction is met. The continuous masking processing which it is, and is carried out and is formed 
intermittently, (c) By having the etching processing which etches the metallic foil part exposed from 
opening of a resist mask, and forms the mesh which consists of a metal thin film, ftirther The need is 
accepted after the above-mentioned etching processing on the mesh side which consists of a metal thin film. 
This is made possible by arranging the adhesive layer or flattening layer which the absorbent which absorbs 
the light and/or near-infrared specific wavelength contains, and performing lamination processing which 
laminates a silicon separator (siliconized PET film of easy-releasability). That is, masking processing and 
etching processing can be performed with a consistent line like the case where the shadow mask for the 
Braun tubes of a color TV is produced, from the steel which follows band-like. 

[0022] Laminating member formation processing to and the field of the film base material which follows 
band-like (a) by making polyester polyol and the poly isocyanate react The carboxyl group content polyester 
polyol and the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an 
anhydrous aromatic series multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) 
polyester polyol which are obtained. The adhesives which blended the mixture of the trimethylol propane 
adduct of xylylene diisocyanate are minded. When it is the lamination processing which the metallic foil 
which follows band-like is laminated, and a metallic foil and a film base material stick and are put together, 
and follows band-like and which forms a laminating member, an activity is easy, and continuously, its 
productivity is good and it can carry out etching processing of the metallic foil. Especially masking 
processing applies a resist to the field of a metallic foil, after it dries, by carrying out adhesion exposure of 
the resist with the predetermined pattern version, and forming the resist pattern of a predetermined 
configuration in a metallic foil side through a development, it is the minute platemaking by the resist by 
being what performs baking processing of a resist pattern if needed, and, also in quality, can respond, and 
can respond to mass production. 

[0023] (Metallic foil) as the surface roughness of a metallic foil — JIS it is 0.5 micrometers or less in the ten- 
point average of roughness height Rz based on B0601 — melanism — since specular reflection of the outdoor 
daylight is carried out even if processed, visibility deteriorates. On the contrary, JIS It is difficult to carry 
out coating of adhesives, the resist, etc. to the ten-point average of roughness height Rz based on B0601 
being 10 micrometers or more. In addition, the surface roughness of a metallic foil (electrolysis) is obtained 
by controlling the surface roughness of the metal roll used in case it manufactures. Although it is copper, 
iron, nickel, chromium, etc. and especially definition is not carried out as a metal of a metallic foil, copper is 
the most desirable in respect of the adhesion of **** by cathodic electrodeposition, the shielding nature of 
an electromagnetic wave, etching processing fitness, or handling nature. Although rolling copper foil and 
electrolytic copper foil can be used for copper foil, thickness is possible for 10 micrometers or less, and 
especially electrolytic copper foil has the good homogeneity of thickness, and is good, and desirable. [ of 
adhesion with chromate treatment ] It is good for copper foil to make **** adhere before chromate 
treatment. Moreover, the thing excellent also in the shielding nature of a being [ a metallic foil / iron 
material (low-carbon steel, nickel-Fe alloy) ] twist, especially an electromagnetic wave is producible. 
Although the low-carbon steel (low carbon rimmed steel, low carbon aluminum killed steel, etc.) which 
hardly contains nickel is desirable in respect of etching processing as iron material, definition is not carried 
out to this. When it is conversely thin difficultly to make pattern line breadth highly minute finely by side 
etching if it becomes thick as for the thickness of a metallic foil, the shielding effect of sufficient 
electromagnetic wave is not obtained, but 5 micrometers - its 20 micrometers are especially desirable 1 
micrometer - 100 micrometers. 

[0024] Circulation utilization of an etching reagent is easy for etching processing of a metallic foil by being 
what uses a ferric-chloride solution as an etching reagent, and it makes it easy to perform etching processing 
continuously with a consistent line. In addition, when iron material is nickel-Fe alloys, such as the Invar 
material (42%mckel-Fe alloy), in order that nickel may mix in an etching reagent, management of the 
etching reagent corresponding to this is needed. 
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[0025] the melanism according to chromate treatment in laminating member formation processing at this 
invention to both sides thru/or one side of the points and the metallic foil which consists of copper foil, iron 
material, etc. beforehand ~ processing ~ the melanism of a metallic foil — an echo in the processed front 
face can be prevented. It is good for copper foil to make **** adhere before chromate treatment, especially - 
- laminating member formation processing ~ the points, both sides, or one side — chromate treatment — 
melanism — the case where it processes ~ after ~ chromate treatment — melanism — it is not necessary to 
process and becomes the good thing of workability, laminating member formation processing — both sides 
of the points and the metallic foil which consists of copper foil or iron material beforehand, or one side — 
melanism ~ the mesh side which consists of an exposed metal thin film after carrying out exfoliation 
clearance of the resist pattern after etching processing and performing washing processing if needed, when 
processing is not made — chromate treatment — melanism — workability is inferior although processed. By 
carrying out not only to a check-by-looking side but to a display side, since chromate treatment can prevent 
the stray light of the light from a display, it is desirable. 

[0026] Chromate treatment is applying chromate treatment liquid to processed material. It carries out by the 
approach of performing processing liquid spreading to processed material by for example, the roll coat 
method, the air curtain method, electrostatic fogging, the squeeze roll coat method, dip coating, etc., and 
drying, without rinsing. Processed material is a mesh which consists of the above mentioned metallic foil 
metallurgy group thin film in this invention. As chromate treatment liquid, it is Cr02. The water solution 
included 3 g/1 is usually used. In addition, "the chromate treatment liquid which added a hydroxy acid 
compound which is different in a chromic anhydride water solution, and retumed a part of hexavalent 
chromium to chromium" can be used. As concrete chromate treatment, it is Cr02. One side or the whole of 
a metallic foil was performed in the water solution (25 degrees C) included 3 g/1 by the approach immersed 
for 3 seconds. Or as another chromate treatment, a hydroxy acid compound which is different in a chromic 
anhydride water solution was added, the chromate treatment liquid which retumed a part of hexavalent 
chromium to chromium was applied to the metallic foil by the roll coat method, and it dried at 120 degrees 
C. 

[0027] as a hydroxy acid compound, although a tartaric acid, a malonic acid, a citric acid, a lactic acid, a 
glucohol acid, a glyceric acid, tropic acid, a benzilic acid, a hydroxy valeric acid, etc. are mentioned, these 
reducing agents are independent ~ or you may use together. Since reducibility changes with compounds, an 
addition is performed grasping the reduction to chromium. 

[0028] The transparent film base material shall be equal to each processing by being a PET film 
(polyethylene terephthalate film). 

[0029] After the lamination processing which laminates a silicon separator (siliconized PET film of easy- 
releasability), The NIR layer film which formed the NIR layer (near infrared ray absorption layer) at the 
whole surface of a film on the field which is not the mesh side of a transparent film base material. By having 
the lamination process which laminates AR layer film which formed AR layer (acid-resisting layer) in the 
whole surface of a film in this order It makes it possible to produce the member for electromagnetic wave 
electric shielding (front guard plate for a display) which added the further near infrared ray absorption 
function and acid-resisting function other than an electromagnetic wave shielding function, as the member 
for electromagnetic wave electric shielding (front guard plate for a display) — in addition, the thing of 
lamination like said drawing 7 carried out and drawing 8 may be used. 

[0030] Although it is good when the adhesive layer 135 or glue line of mesh opening which consists of a 
metal thin film tums into a flattening (flattening) layer, as shown in (c) of drawing 3 , and (d), like (g) of 
drawing 2 in addition, usually With the irregularity of the mesh to which transparency serves as a bad thing 
from a metal thin film with it since surface roughening is carried out by the irregularity of the front face of a 
metal thin film (foil) Since it is hard to stick when carrying out a laminating to front panels, such as glass, an 
acid-resisting layer, or a display, before forming an adhesive layer or a glue line, it is desirable to carry out 
coating of the resin and to form the flattening (flattening) resin layer 6 in the mesh side which consists of a 
metal thin film. (Refer to drawing 7 thru/or drawing 9 ) And the device which air bubbles remain [ device ] 
in the comer of the mesh which consists of a metal thin film in the case of coating, and does not degrade 
transparency is required, and the coating approach which carries out the laminating of the resin with a 
solvent etc. while making it dry after coating by hypoviscosity or deaerating air is desirable. As such resin 
that carries out flattening, transparency is high, and adhesion with the adhesives for dry laminates or a 
copper mesh is good, and when the absorbent which absorbs the light and/or near-infrared specific 
wavelength in the flattening resin layer of a parenthesis contains, a thing excellent in dispersibility with each 
absorbent is desirable. The front face of a flattening resin layer is important especially from a viewpoint 
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which prevents moire with a display, and interference nonuniformity, and it is desirable that there are not a 
projection, collapse, nonuniformity, etc. as much as possible. For example, with spreading or the base 
material which carried out coating and was excellent in smoothness, resin is stiffened for resin by after a 
lamination, heat, or light, the above-mentioned base material is exfoliated, and the resin layer which was 
excellent in smoothness can also be obtained. Although especially definition will not be carried out as resin 
if the above-mentioned property is fulfilled, the ultraviolet curing mold resin of acryHc [ ease / of carrying 
out / of coating nature, rebound ace court nature, and flattening ] is desirable. Moreover, by giving 
adhesiveness and an adhesive property to such resin, the adhesive layer or glue line which was excellent in 
smoothness can also be formed, and, thereby, a number of layers and a production process can be reduced. 
[0031] 

[Embodiment of the Invention] The gestalt of operation of this invention is explained based on a drawing. 
Drawing 1 is production process flow drawing having shown the example of a gestalt of implementation of 
the manufacture approach of the member for electromagnetic wave electric shielding of this invention. 
Drawing 2 a part for explaining masking processing, etching processing, and the lamination processing that 
laminates a silicon separator (siliconized PET film of easy-releasability) A sectional view. Drawing 3 (a) is 
drawing having shown the physical relationship of the mesh section of a lamination member and the 
member for electromagnetic wave electric shielding formed, and the frame part for touch-down, drawing 3 

(b) is drawing having shown the mesh section and the frame part for touch-down, and drawing 3 (c) and 
drawing 3 (d) are the sectional views having shown the lamination of the member for electromagnetic wave 
electric shielding produced. In addition, each drawing of drawing 2 and drawing 3 (c), and drawing 3 (d) are 
the sectional views in P1-P2 location of drawing 3 (b). 1 10 a metallic foil and 120A for a film base material 
and 120 among drawing 1 , drawing 2 , and drawing 3 The mesh section. In 120B, the frame part for touch- 
down and 120C an adhesives layer and 135 for the processing section and 130 An adhesive layer, A silicon 
separator (film for protection) and 150 140 A NIR layer film, 151 — a film and 152 — a NIR layer and 160 — 
as for a stain-proofing barrier, and 170 and 175, for a rebound ace court layer and 163, an acid-resisting 
layer and 164 are [ AR layer film and 161 / a film and 162 / an adhesives layer and 190 ] laminating 
members (lamination member). In addition, SI 10-S220 show a processing step among drawing 1 . Drawin g 
6 is the sectional view having shown two examples of the lamination of the metallic foil 120 of drawing 2 . 
Drawing 6 (a) is the sectional view having shown the metallic foil 120 which has the clo mate layer 
(melanism layer) 122 on one side of the metal layer 121. Drawing 6 (b) is the sectional view having shown 
the metallic foil 120 which has the clo mate layer (melanism layer) 122 to both sides of the metal layer 121. 
[0032] First, the 1st example of the gestalt of implementation of the manufacture approach of the member 
for electromagnetic wave electric shielding of this invention is explained based on dr awing 1 . This example 
is a member for producing the electromagnetic wave shield for electromagnetic wave shielding which is 
shown in drawing 5 and which is placed and used for the front face of the display of PDP etc. the whole 
surface of a transparent film base material — one [ at least ] front face — chromate treatment — melanism — 
the member for electromagnetic wave electric shielding which has the electromagnetic wave electric 
shielding nature which carried out the laminating of the mesh which consists of a metal thin film currently 
processed, and fluoroscopy nature by the manufacture approach for mass-producing As a metallic foil for 
forming the mesh which consists of a metal thin film, copper foil and iron material (low-carbon steel) of 
thickness of 1 micrometer - 100 micrometer range are used. First, it changes into the condition of having 
loosened and having stretched the continuous film base material (SI 10) supplied in the condition of having 
been rolled round in the shape of a roll there being nothing (Sill). And it changes into the condition of 
having loosened and having stretched the continuous metallic foil (finishing [ chromate treatment ]) (SI 20) 
supplied in the condition of having been rolled round in the shape of a roll there being nothing (SI 22). On 
the whole surface of the film base material 110 which follows band-like (a) by making polyester polyol and 
the poly isocyanate react The carboxyl group content polyester polyol and the trimethylol propane adduct of 

(c) isophorone diisocyanate which are obtained by making an anhydrous aromatic series multiple- valued 
carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which are obtained, The 
adhesives which blended the mixture of the trimethylol propane adduct of xylylene diisocyanate are minded. 
The lamination member 190 which the metallic foil 120 which follows band-like is laminated (SI 30), and 
the film base material 1 10 and a metallic foil 120 stick and are put together, and follows band-like is 
formed. (S140) The lamination roll which made two rolls one pair can perform a lamination. 

[0033] this example — a metallic foil 120 — copper foil and iron material (low-carbon steel which hardly 
contains nickel) — carrying out — before a lamination — beforehand — chromate treatment (SI 15 or SI 21) — 
melanism — it is processing, and melanism of the both sides is carried out, and the clo mate layer 122 is 
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formed. (Refer to (b) of drawing 6 , and drawing 1 ) Here, a lamination front is carrying out chromate 
treatment SI 15 in ofP-line beforehand about the continuous metallic foil (SI 20) usually supplied in the 
condition of having been rolled round in the shape of a roll. However, when not carrying out beforehand the 
continuous metallic foil (SI 20) supplied in the condition of having been rolled round in the shape of a roll 
chromate treatment SI 15 off-line, it may be carried out chromate treatment S121 with in-line one in the 
process before a lamination process, melanism — processing — chromate treatment — carrying out ~ Cr02 
The metallic foil 120 was performed in the water solution (25 degrees C) included 3 g/1 by the approach 
immersed for 3 seconds. 

[0034] As a film base material 110, transparency is good and equal to processing, and although it will not be 
limited especially if stability is good, a PET film is usually used. Especially a biaxial drawing PET film has 
transparency, chemical resistance, and good thermal resistance, and they are desirable. As stated above, as a 
film base material 110 which will need adhesives or a binder in lamination processing S 130:00, polyester, 
polyethylene, etc. are mentioned and ethylene vinyl acetate, ethylene acrylic acid resin, ethylene ethyl 
acrylate, and ionomer resin are mentioned as a film base material 110 which will not necessarily need 
adhesives in lamination processing S 130:00. 

[0035] (Adhesives) As adhesives formed in this invention between the mesh which consists of a transparent 
film base material and a metal thin film There are not dyeing by the etching reagent and degradation, (a) by 
making polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and the 
trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained, The adhesives which blended the mixture of the trimethylol propane adduct of 
xylylene diisocyanate are used. As adhesives formed in places other than between the mesh which consists 
of a transparent film base material and a metal thin film in this invention Although not limited especially (a) 
by making polyester polyol and the poly isocyanate react The carboxyl group content polyester polyol and 
the trimethylol propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous 
aromatic series multiple-valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester 
polyol which are obtained. Others [ adhesives / which blended ******** of the trimethylol propane adduct 
of xylylene diisocyanate ], The adhesives which blended aliphatic series poly isocyanate with the polyester 
polyurethane which denaturalized by styrene / maleic-acid copolymerization polymer, Acrylic resin, 
polyester resin, polyurethane resin, a polyvinyl alcohol independent, or its partial saponification article 
(trade name poval), The adhesives of the heat-curing mold resin from post processing — there are little 
dyeing by the vinyl chloride vinyl acetate copolymer, the ethylene-vinylacetate copolymer, or the etching 
reagent and degradation — lamination, and coating nature or ultraviolet curing mold resin are desirable. 
Especially, viewpoints, such as adhesion with a transparence macromolecule base material, and 
compatibility with the above mentioned light absorbent and the above mentioned infrared absorption agent 
(it is also called a near infrared ray absorbent), dispersibility, to polyester resin is also desirable. In order to 
give the light and/or near infrared ray absorbing power, in each adhesives, it is good to mix and distribute 
the absorbent (a light absorbent, near infrared ray absorbent) which absorbs the light and/or near-infrared 
specific wavelength if needed. As a method of forming a glue line, to a film base material, it applies to the 
thickness of 1-100 micrometers, and forms with various coating methods, such as a roll coater, MEIYABA, 
and gravure. 

[0036] As a binder, a natural rubber system, a synthetic-rubber system, an acrylic resin system, a polyvinyl 
ether system, a urethane resin system, a silicone resin system, etc. are mentioned, for example. As an 
example of a synthetic-rubber system, a styrene butadiene rubber (SBR), acrylonitrile-butadiene rubber 
(NBR), polyisobutylene rubber, isobutylene-polyisoprene rubber, polyisoprene rubber, a styrene-isoprene 
block copolymer, a styrene-butadiene block copolymer, and a styrene-ethylene-butylene block copolymer 
are mentioned. Dimethylpolysiloxane etc. is mentioned as an example of a silicone resin system. These 
binders are one-sort independent, or can be used combining two or more sorts. 

[0037] In order to give the light and/or near infrared ray absorbing power, in a binder, it is good to mix and 
distribute the absorbent (a light absorbent, near infrared ray absorbent) which absorbs the light and/or near- 
infrared specific wavelength if needed. In a binder, it is good to accept the need further, and to mix and 
distribute a tackifier, a bulking agent, a softener, an antioxidant, an ultraviolet ray absorbent, a cross linking 
agent, etc. As a method of forming an adhesive layer, it is 10-50 micrometers preferably 1-100 micrometers 
by various coating methods, such as a roll coater, MEIYABA, and gravure, to a film base material. It applies 
to thickness and forms. 

[0038] The lamination member 190 subsequently, in the continuous condition of having loosened and 
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having stretched there being nothing, having carried out and conveying [ were, ] intermittently The 
longitudinal direction of a metallic foil is met in the resist mask of etching-proof nature for etching the 
metallic foil of said lamination member and forming a mesh etc. in order. The continuous masking 
processing which it is, and is carried out and is formed intermittently (SI 50), The metallic foil part exposed 
from the resist mask is etched, and etching processing (SI 60) which forms the mesh which consists of a 
metal thin film is performed. As shown in drawing 3 (a), field attachment formation of etching processing 
section 120C, such as a mesh, is carried out at the predetermined spacing at the longitudinal direction of the 
lamination member 190 at a metallic foil. Etching processing section 120C shall consist of mesh section 
120A and frame part 120for touch-down B which are shown in drawing 3 (b) in this example. Mesh section 
120A is an electromagnetic wave electric shielding field. 

[0039] As masking processing, photosensitive resists, such as casein and PVA, are applied on a metallic foil 
120 (S151), and after drying (S152), a series of processings in which carry out adhesion exposure (S153), 
carry out water development (SI 54), perform dura mater processing etc., and baking is performed with the 
predetermined pattern version (SI 55) are mentioned, for example. Spreading of a resist usually applies 
resists, such as water-soluble casein, PVA, and gelatin, to the both sides thru/or one side (metallic foil side) 
with dipping (immersion), a curtain coat, or a credit sink, making a lamination member convey. In the case 
of a casein resist, it is desirable to perform baking about [ 200-300 degrees ] by C, but in order to prevent the 
curvature of the lamination member 190, and curl, processing temperature is lowered as much as possible, 
and a cure is performed. In addition, when a dry film resist is made into a photosensitive resist, a resist 
spreading process (SI 51) is made with what has good workability. Moreover, etching processing uses a 
ferric-chloride solution as an etching reagent, and circulation utilization of an etching reagent is easy and 
makes it easy to perform etching processing continuously. 

[0040] Although it is in the condition which loosened and stretched the lamination member 190 that there is 
nothing and masking processing (SI 50) and etching processing (SI 60) are performed in this example, 
masking processing (SI 50) and etching processing (SI 60) are the same as that of the case where etching 
production of the shadow mask for the Braun tubes of the steel which follows band-like to the color TV, 
especially the sheet metal (20 micrometers - 80 micrometers) is carried out from one side, ftindamentally. 
That is, continuously, productivity is good and etching processing of the metallic foil of the lamination 
member which masking processing and etching processing can be performed with a consistent line, and a 
metallic foil and a film stick and are put together, and follows band-like can be carried out. 
[0041] Subsequently, it passes through washing processing etc. after etching processing (SI 60), an adhesive 
layer (equivalent to 135 of drawing 3 ) which serves also as a flattening layer is arranged on the metallic foil 
side in which a mesh was formed, and a silicon separator (siliconized PET film of easy-releasability) is 
laminated. (S 1 80) The thing same as a binder which forms an adhesive layer as the above mentioned binder 
can be used. A roll coater, die coater, blade coater, screen-stencil, etc. perform arrangement of an adhesive 
layer. In case it is used for an electromagnetic wave shield, a silicon separator exfoliates from a binder layer 
and is a temporary protective coat. This condition is the member for electromagnetic wave electric shielding 
of lamination shown in drawing 3 (c). 

[0042] Subsequently, after laminating the NIR layer film 150 through an adhesives layer (SI 90), AR layer 
film 160 is further laminated through an adhesives layer on it. (S200) The thing same as adhesives which 
form each adhesives layer as the above mentioned adhesives can be used. For example, what has good 
transparency, such as acrylic, is used. As a commercial thing, a binder (the LINTEC Corp. make, lot number 
PSA-4) is mentioned, for example. 

[0043] A NIR layer film (1 50 of drawing 3 (d)) is a film which arranged the NIR layer (near infrared ray 
absorption layer) on the transparent film, and, generally No2832 by Toyobo Co., Ltd. which consists of a 
polyethylene terephthalate (PET) film which applied the NIR layer is known for the commercial thing. 
Generally near-infrared points out a 780nm - lOOOnm field, and it is desirable for the absorption coefficient 
in this wavelength region to be 80% or more. As a NIR layer (near infrared ray absorption layer), although 
especially definition is not carried out, a near infrared region has steep absorption, and the light transmission 
nature of a visible region is high, and does not have big absorption of specific wavelength in a visible 
region. The layer by which one or more kinds of coloring matter which has absorption maximum 
wavelength in beam-of-light wavelength of SOOnm - lOOOnm was dissolved into binder resin - is used as a 
NIR layer (near infrared ray absorption layer), and thickness is about 1-50 micrometers. As coloring matter, 
there are a cyanine system compound, a phthalocyanine system compound, a naphthalocyanine system 
compound, a naphthoquinone system compound, an anthraquinone system compound, a dithiol system 
complex, etc. As binder resin, polyester resin, polyurethane resin, acrylic resin, etc. are used. The bridge 
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formation hardening type binder using reactions, such as epoxy by ultraviolet rays or heating, acrylate, 
methacrylate, and an isocyanate radical, is also used. As a solvent for coating, the annular ether and an 
annular ketone which melt the above-mentioned coloring matter, for example, a tetrahydro furan, dioxane, a 
cyclohexane, cyclopentanone, etc. are used. 

[0044] AR layer film is usually lamination as shown in 160 of drawing 3 (d), and is a film which arranged 
AR layer on the transparent film. AR layer (acid-resisting layer) is for carrying out acid resisting of the 
visible ray, and its thing of the structure to which a monolayer and multilayer **************** carried 
out the laminating of a high refractive-index layer and the low refractive-index layer by turns as a multilayer 
thing is common as the configuration. Especially the construction material of an acid-resisting layer is not 
limited. An acid-resisting layer is produced by the Dry approaches, such as sputtering and vacuum 
evaporation©, or Wet spreading. In addition, as a high refractive-index layer, niobium oxide, Ti oxide, a 
zirconium dioxide, ITO, etc. are mentioned. As a low refractive-index layer, a silicon oxide is common. 
[0045] As a rebound ace court layer 162 in AR layer film (equivalent to 160 of drawing 3 (d)), 
poiyfunctional acrylate, such as polyester acrylate, such as DPHA, TMPTA, and PETA, urethane acrylate, 
and epoxy acrylate, can be stiffened by heat curing or ionizing radiation, and can be formed. In addition, "it 
having the hard engine performance" or a "rebound ace court" is the pencil hardness test shown by 
JISK5400, and what shows the degree of hardness more than H is said here. As a stain-proofing barrier 164 
which carries out a laminating to AR layer (163 of drawing 3 (d)), it is what performed water-repellent ** 
oil repellency coating, and antifouling coating of the Shiroki acid system and fluorine systems, such as a 
fluorination alkyl silyl compound, is mentioned. 

[0046] AR layer is laminated, in the condition of having loosened in each location and having stretched in it 
there being nothing, the member for electromagnetic wave electric shielding currently produced is cut, 
respectively (S210), and the member for electromagnetic wave electric shielding of lamination shown in 
drawing 3 (d) is obtained. (S220) 

[0047] thus, the member for electromagnetic wave electric shielding of lamination shown in obtained 
drawing 3 (d) is stuck on the whole surface of transparent base materials, such as a glass substrate, on the 
other hand, said transparent base material can boil it, it can stick AR layer film (it corresponds to 160 of 
drawing 3 (d)), and can use it as an electromagnetic wave shield. In addition, as a transparent base material, 
glass. Fori acrylic resin, and a polycarbonate resin substrate are used suitably, and it is good also as a plastic 
film if needed. As construction material of a plastic film, although a triacetyl cellulose film, a diacetyl 
cellulose film, an acetate-butylate cellulose film, a polyether sulphone film, the Fori acrylic resin film, a 
polyurethane system resin film, polyester film, a polycarbonate film, a polysulfone film, a polyether film, a 
trimethyl pentene film, a polyether ketone film, an acrylonitrile (meta) film, etc. can be used, it is suitable at 
the point that biaxial-stretching polyester is excellent in transparency and endurance especially. The 
thickness usually has a 8 micrometers - about 1000 micrometers desirable thing. In addition, to a large-sized 
display, a base material which has the rigidity of 1-1 0mm thickness is used, and a plastic film with a 
thickness of 0.01mm - 0.5mm with suitable flexibility is stuck and used for a display to the small display for 
the character display tubes, the above — as light transmittance of a transparent base material, although 100% 
of thing is an ideal, it is desirable to choose the thing of 80% or more of permeability. 
[0048] (Modification) Instead of SI 80 of this example, the flattening resin layer 6 is formed in the concavo- 
convex side of the metal mesh section 5. The laminating of an acid-resisting layer or the anti-glare layer is 
carried out on these flattening resin layers 6 and 1 3. ( Drawing 7 , drawing 8 ) 

[0049] (Modification) Instead of SI 80 of this example, the flattening resin layer 6 is formed in the concavo- 
convex side of the metal mesh section 5. On this flattening resin layer 6, the laminating of the glue line 
containing an absorbent (a light absorbent, near infrared ray absorbent) is carried out. ( Drawing 9 ) 
[0050] It is what does not process. (Modification) the lamination processing 8130 of this example ~ 
preceding — at least one side of a metallic foil 120 — melanism — It processes, the melanism which carries 
out melanism of the surface section of a metallic foil 120 by chromate treatment like this example after 
performing even etching processing (SI 60) — Then, what performs lamination processing or below which 
laminates a silicon separator (siliconized PET film of easy-releasability) like this example can be mentioned 
as a modification. Moreover, before cutting processing (S210), it can wind in the shape of a roll, it can 
mention if needed, and the gestalt stopped temporarily can also take processing. Moreover, the slit process 
which makes the lamination member 190 predetermined width of face depending on the case can also be 
performed before masking processing (SI 90). Moreover, in this example, although the metallic foil was 
made into copper foil, also when a metallic foil is used as iron material etc., it can apply. Moreover, 
depending on the case, a protection film can be stuck and cut after the lamination (SI 90) of a NIR layer 
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film, and other modifications which make this the member for electromagnetic wave electric shielding can 
be given. 

[0051] Subsequently, the 2nd example of the gestalt of implementation of the manufacture approach of the 
member for electromagnetic wave electric shielding of this invention is explained based on drawing 1 . The 
2nd example is made laminating member formation processing in which replace with the laminating 
member formation processing in the 1st example, and coat resin (SI 35) and a laminating member (SI 40) is 
obtained with coating methods, such as EKUSUTORUJON coating and hot melt coating, on the whole 
surface of the metallic foil which follows band-like. As stated above, as an EKUSUTORUJON coating 
material, the resin which is mainly concerned with ethylene vinyl acetate as hot-melt-coating material to 
which polyolefine and polyester are mentioned, the resin which is mainly concerned with polyester, and the 
resin which is mainly concemed with a poly amide are mentioned. Except laminating member formation 
processing, it is the same as the 1st example, and explanation is omitted. 

[0052] Subsequently, the 3rd example of the gestalt of implementation of the manufacture approach of the 
member for electromagnetic wave electric shielding of this invention is explained based on drawing 1 . Like 
[ this example ] the 1st example by the member for producing the electromagnetic wave shield for 
electromagnetic wave shielding which is shown in drawing 5 and which puts on the fi-ont face of the display 
of PDP etc. and is used On the whole surface of a transparent film base material (a) by making polyester 
polyol and the poly isocyanate react The carboxyl group content polyester polyol and the trimethylol 
propane adduct of (c) isophorone diisocyanate which are obtained by making an anhydrous aromatic series 
multiple- valued carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which 
are obtained. The adhesives which blended the mixture of the trimethylol propane adduct of xylylene 
diisocyanate are minded, one [ at least ] fi*ont face — chromate treatment — melanism — the member for 
electromagnetic wave electric shielding which has the electromagnetic wave electric shielding nature which 
carried out the laminating of the mesh which consists of a metal thin film currently processed, and 
fluoroscopy nature by the manufacture approach for mass-producing as the metallic foil for forming the 
mesh which consists of a metal thin film — one [ at least ] front face of the thickness of 1 micrometer - 100 
micrometer range — chromate treatment — melanism — copper foil and iron material (low-carbon steel) 
which are processed are used. After this example performs even lamination processing (SI 80) which 
laminates a silicon separator (siliconized PET film of easy-releasability) like the 1 st example. It carries out 
purposely, it cuts for every field equivalent to the member production field for electromagnetic wave electric 
shielding (SI 85), and sheet-like — The NIR layer film of the sheet-like voice corresponding to this and AR 
layer film are laminated through an adhesives layer one by one (SI 95, S205), and the member for 
electromagnetic wave electric shielding is produced (S220). About the construction material of each part, 
and an art, it is the same as the 1st example, and explanation is omitted. 

[0053] in addition, the thing (lamination equivalent to drawing 3 (c)) in the condition that this example 
carried out cutting processing (SI 85) is used as the member for electromagnetic wave electric shielding as it 
is, and independent — it is, and it carries out, sticks on transparent base materials (glass substrate etc.) with 
other AR layer films and a NIR layer film, and is good also as an electromagnetic wave shield. 
[0054] The cross section (cross section in P1-P2 location of drawing 3 (b)) of the description section in each 
processing to lamination processing (SI 80) in the 1st example and the 3rd example is further explained 
briefly based on drawing 2 . Each drawing of drawing 2 shows the cross section in PI -P2 of drawing 3 (b). 
In addition, drawing 2 is drawings in the case of using adhesives in lamination processing S 130:00, such as 
a PET film, a metallic foil 120 is arranged through the adhesives layer 130 on the whole surface of the film 
base material 1 10 ( drawing 2 (a)) by lamination processing (SI 30 of drawing 1 ) ( drawing 2 (b)) — it 
becomes like. Furthermore, on a metallic foil 120, a photosensitive resist is applied, and with the 
predetermined pattern version, adhesion exposure is carried out, negatives are developed and it bakes, and 
after drying ( drawing 2 (c)), as shown in ( drawing 2 (d)), the resist pattern 1 80 of a predetermined 
configuration is formed. Subsequently, after etching a metallic foil 120 from one side by using a resist 
pattern 180 as an etching-proof mask ( drawing 2 (e)) and performing washing processing etc. fiirther, an 
adhesive layer 135 is formed in the 120th page of a metallic foil, and the silicon separator 140 laminates 
through an adhesive layer 135. ( Drawi ng 2 (g)) 
[0055] 

[Example] Subsequently, an example is given and this invention is explained further. 

(Example 1) This example enforces a part of manufacture approach of the member for electromagnetic wave 
electric shielding of the 1st example of the gestalt operation shown in drawing 1 . It set for the 1st example 
of the gestalt of operation shown in drawing 1 , and as a film base material, it applied and dried by the roll 

http://www4.ipdl.ncipi.go.jp/cgi-bin/tran_web_cgi_ejje 7/17/2006 



JP,2003-086991,A [DETAILED DRSCRIPTION] 



Page 15 of 17 



coater on one side of a polyethylene terephthalate (it is also called PET) film (the Toyobo Co., Ltd. make, 
A4300) with 0.1mm [ in thickness ], and a width of face of 700mm, and the following adhesives 1 were set 
to the amount of coating of 4g/m2 at it. 

The polyester polyol which esterified Adhesives 1 :(a) isophthalic acid, ethylene glycol, and neopentyl 
glycol, and was obtained, Isophthalic acid, the polyester polyurethane polyol obtained by making the 
mixture and isophorone diisocyanate of polyester polyol which esterified the diethylene glycol and were 
obtained react and (b) isophthalic acid, ethylene glycol, Neopentyl glycol, As opposed to the ethyl-acetate 
solution (Takeda Chemical Industries make: NV50%) 100 section of the resin which blended the carboxyl 
group content polyester polyol obtained by making a trimellitic anhydride react to the polyester polyol 
which esterified 2 and 5-hexandiol and was obtained (c) The ethyl-acetate solution (Takeda Chemical 
Industries make: NV75%) 10 section of the mixture of the trimethylol propane adduct of isophorone 
diisocyanate and the trimethylol propane adduct of xylylene diisocyanate was blended. To this mixed 
solution 100 section, the ethyl-acetate 45 section was blended and it considered as adhesives 1. 
[0056] both sides of a copper layer 1200 where **** 1300 has adhered to one side as shown in drawing 12 - 
- chromate treatment ~ melanism — the copper foil (0.01mm in the electrolytic copper foil made fi'om Koga 
circuit FOIRU, B-WS width of face of 700mm, thickness) currently processed was used as a metallic foil. 
With the lamination equipment which consists of a metal roll and a rubber covered roll, both were laminated 
and the lamination member 190 (sheet) with a total thickness of 200 micrometers was obtained so that there 
might be neither Siwa nor air bubbles, so that the near clo mate layer 1 100 (melanism layer) and the 
adhesive coated surface of a PET film where **** 1300 of copper foil 1200 has adhered might lap. 
[0057] Subsequently, fi'om the masking processing which etches sheet metal (20 micrometers - 80 
micrometers) from one side, and produces the shadow mask for the Braun tubes of a color TV to etching 
processing was performed fi"om the steel which follows band-like in masking processing and etching 
processing with the consistent line (it is also henceforth called SM line) processed where steel is stretched. 
Making casein into a photosensitive resist and making the lamination member 1 90 convey, it applied so that 
it might hang and the whole one side (metallic foil side) might be covered with a sink. It is a configuration 
for forming mesh section 120A as shown in drawing 3 (b), and fi-ame part 120B for touch-down as a pattem 
version. After carrying out adhesion exposure of the mesh include angle of 30 degrees, the mesh line 
breadth of 20 micrometers, and the mesh pitch (equivalent to Px of drawing 4 , and Py) by the baking fi-ame 
of SM line using a 200-micrometer thing (S 1 53), water development was carried out (S 1 54), dura mater 
processing etc. was performed, and baking was fiarther performed at 100 degrees C. (SI 55) 
[0058] Subsequently, changing into the condition of having stretched the lamination member 190, the ferric- 
chloride solution of 50 degrees C and 42-degree Baume was used as the etching reagent, by the spray, the 
field blown and exposed to a metallic foil was etched by having used the resist pattem as the etching-proof 
mask, and the mesh section and the fi-ame part for touch-down were formed. 

[0059] Subsequently, in SM line, in the condition of having stretched, the alkali solution performed rinsing 
and exfoliation of a resist and washing processing, desiccation, etc. were performed fiirther. What was 
obtained was used as the trial film 1 . 

[0060] (Example 1 of a comparison) Except having changed adhesives 1 into the following adhesives 2, like 
the example 1, it is what was produced and what was obtained in this way was used as the trial film 2. 
The polyester polyol which esterified Adhesives 2:(a) isophthalic acid, ethylene glycol, and neopentyl 
glycol, and was obtained, Isophthalic acid, the polyester polyurethane polyol obtained by making the 
mixture and isophorone diisocyanate of polyester polyol which esterified the diethylene glycol and were 
obtained react and (b) isophthalic acid, ethylene glycol, Neopentyl glycol, As opposed to the ethyl-acetate 
solution (Takeda Chemical Industries make: NV50%) 100 section of the resin which blended the carboxyl 
group content polyester polyol obtained by making a trimellitic anhydride react to the polyester polyol 
which esterified 2 and 5-hexandiol and was obtained (c) The ethyl-acetate solution (Takeda Chemical 
Industries make: NV75%) 10 section of the trimethylol propane adduct of tolylene diisocyanate was 
blended. To this mixed solution 100 section, the ethyl-acetate 45 section was blended and it considered as 
adhesives 2. 

[0061] (Example 2 of a comparison) Except having changed adhesives 1 into the following adhesives 3, like 
the example 1 , it is what was produced and what was obtained in this way was used as the trial film 3. The 
ethyl-acetate solution (Takeda Chemical Industries make: NV75%) 10 section of the trimethylol propane 
adduct of (c) xylylene diisocyanate was blended with the polyester polyol which esterified Adhesives 3:(a) 
isophthalic acid, ethylene glycol, and neopentyl glycol, and was obtained to the polyester polyurethane 
polyol (Takeda Chemical Industries make: NV50%) 100 section obtained by making tolylene diisocyanate 
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react. To this mixed solution 100 section, the ethyl-acetate 45 section was blended and it considered as 

adhesives 3. 

[0062] The optical property result of the trial films 1-3 was shown in a table 1. Here, deltaAB* is expressed 

with the following formulas 1 . 

deltaAB*=(deltaa*xdeltaa*+deltab*xdeltab*) 1/2 ~ Formula 1 [0063] 
[A table 1] 



No. 


A mm 




Aa*tt 


Ab#Jt 




Tl[%I 




-0.851 


3.792 


0.3333 


0.5874 


3.8475 


8S.3 




-0.969 


«.215 


0.4962 


0.9627 


6.2901 


85.1 




-1.953 


6.456 


1 


1 


6.7440 


87.3 



[0064] Here, it is deltaa*, deltab*. It is as follows when a deltaa* ratio, a deltab* ratio, deltaAB*, and Tt [%] 
are expressed in the Japanese physical-properties vocabulary etc. 

deltaa* : The transparency chromaticity difference deltaa* ratio of the transparency chromaticity difference 
deltab* :L*a*b* color coordinate system of a L*a*b* color coordinate system : The time of being based on 
deltaa* of the trial film 3, ratio deltab* ratio [ of deltaa* of each sample ]: — the chromaticity difference Tt 
[%]:all light transmission [0065] which compounded the chromaticity difference of ratio deltaAB* :deltaa 
[ of deltab* of each sample when being based on deltab* of the trial film 3 ] *, and deltab* The acceptance 
range of the measuring method of each numeric value and physical properties (it excels in etching-proof 
nature, an optical property is also excellent, and it discolors) shown in a table 1 is indicated, 
etching-proof nature — : ~ the pattern left behind by etching should not exfoliate, 
an optical property — : — as a concept, permeability is high and it is colorlessness. Here, since Tt is 
equivalent, deltaAB* considers 4 or less and 0 or more as acceptance. 

[0066] From the result of the above-mentioned table 1 grade (a) by making polyester polyol and the poly 
isocyanate react The carboxyl group content polyester polyol and the trimethylol propane adduct of (c) 
isophorone diisocyanate which are obtained by making an anhydrous aromatic series multiple- valued 
carboxylic acid react to the polyester polyurethane polyol and (b) polyester polyol which are obtained, It 
turns out that the member for electromagnetic wave electric shielding pasted up with the adhesives which 
blended the mixture of the trimethylol propane adduct of xylylene diisocyanate is excellent in etching-proof 
nature, and the optical property is also excellent. It turns out that especially the member for electromagnetic 
wave electric shielding pasted up like an example 1 with the adhesives which blended the mixture of the 
trimethylol propane adduct of isophorone diisocyanate and the trimethylol propane adduct of xylylene 
diisocyanate is excellent in etching-proof nature, and the optical property is also excellent. 
[0067] (Example 2) The next flattening processing was performed on the trial film 1 . 
(Flattening processing) Using the ultraviolet curing mold resin of the urethane system of viscosity 1 500 
mPa-s, it applied to 40 micrometers in thickness by screen-stencil only on the concavo-convex side of a 
metallic foil (mesh section) so that the surrounding ground polar zone of the trial film 1 might not be started. 
Furthermore, it laminated with the laminator machine in this screen-stenciled field by using an unsettled 
PET film with high surface smooth nature with a thickness of 38 micrometers as an exfoliation film. Then, it 
was made to harden in the ultraviolet rays of the dose of 200 mj/cm2, the unsettled PET film with high 
surface smooth nature with a thickness of 38 micrometers was exfoliated, and the metal mesh sheet which 
performed flattening processing was manufactured. 
[0068] 

(Coloring adhesives layer) 
(Coloring adhesives ingredient) 

Nickel complex system compound (near infrared ray line absorption agent) Two weight sections 
Neodymium oxide (light absorbent) Two weight sections Polyester resin The 550 weight sections Methyl 
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ethyl ketone The 920 weight sections Toluene The 920 weight sections [0069] 3 rolls distributed the above- 
mentioned coloring adhesives ingredient, it mixed, and coloring adhesives were manufactured. 
Subsequently, after applying the aforementioned coloring adhesives to the flattening processing layer front 
face of the metal mesh sheet which performed the aforementioned flattening processing by the 100- 
micrometer applicator, at about 90 degrees C, the solvent was dried and the member for electromagnetic 
wave electric shielding of the lamination in which the 10-micrometer coloring adhesives layer was formed 
was obtained. The laminating of the glass plate was carried out to the coloring adhesives layer side of this 
member for electromagnetic wave electric shielding. 

[0070] (Minute light transmission, reflection factor measurement) Shimadzu make Using spectrometer UV- 
3100PC, the integrating sphere was used and the reflection factor of 380-780nm of lights, permeability, and 
the permeability of 1 OOOnm of near infrared rays were measured. 
[0071] (Minute light transmission, reflection factor measurement result) 

** Permeability of 380-780nm of lights (T %) 62% reflection factor (R %) 15%R/T Permeability of lOOOnm 
of 0.24** near infrared rays (T %) 11% [0072] (Example 3 of a comparison) The coloring adhesives 
ingredient of an example 2 was changed into the following component. It was made to be the same as that of 
an example 2 except this. 
(Coloring adhesives ingredient) 

Polyester resin The 550 weight sections Methyl ethyl ketone The 920 weight sections Toluene The 920 
weight sections [0073] The part light transmission of the obtained member for electromagnetic wave electric 
shielding and the reflection factor measurement result were as follows. 
(Minute light transmission, reflection factor measurement result) 

** Permeability of 380-780nm of lights (T %) 77% reflection factor (R %) 38%R/T Permeability of 1 OOOnm 
of 0.49** near infrared rays (T %) 92% [0074] 

[Effect of the Invention] In the display which comes to carry out the direct laminating of the member for 
electromagnetic wave electric shielding of this invention, and this member for electromagnetic wave electric 
shielding on the surface of a display, it has fluoroscopy nature and electromagnetic wave electric shielding 
nature. Furthermore, discoloration of the adhesives in mesh processing not only by it but etching was able to 
be lost, etching workability was able to be improved, and the resistance over mesh processing by etching 
was able to be given. Moreover, contrast was raised and visibility became good. Furthermore, the specific 
wavelength of especially the light will be absorbed if needed among the light which cuts or absorbs the near 
infrared ray (light) generated from the interior of a display, and emits light from the panel for a display by 
the fewest possible lamination, and the outdoor dayli^t which carries out incidence. Good visibility is 
acquired by there being no malfunction of other devices and raising the contrast of the image of a display 
screen etc. by this. By using the mesh which consists of a copper thin film, it is suitable for especially 
etching processing upwards, and an electromagnetic wave shielding effect will also become high. When 
chromate treatment of the mesh which consists of a metal thin film is carried out and the black concentration 
especially by it carries out to 0.6 or more, especially the engine performance that absorbs outdoor daylight 
increases, and it becomes what has more hi^ visibility. 

[Translation done.] 
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* NOTICES * 

JPO and NCZPI are not responsible for any 
damages caused by the use of this translation. 

1 .This document has been translated by computer. So the translation may not reflect the original precisely. 
2.**** shows the word which can not be translated. 
3. In the drawings, any words are not translated. 
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[Drawing 3] 
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